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(54) Negative wortdng photosensitive lithographic printing plate 

(57) A negative working photosensitive lithographic printing plate is disclosed, which 
thereon at least one photosensitive layer containing a polymeric binder having repeating units 
(I): 



a support having 
by formula 



wherein R 1 represents a hydrogen atom or a methyl group; R 2 represents a hydrocarbon group which has an aJteycJic 
structure and has 3 to 30 carbon atoms and a valence of n+1; A represents an oxygen atom or -NR 3 -, wherein R 3 
represents a hydrogen atom or a monovalent hydrocarbon group having 1 to 10 carbon -atoms ; and n is an integer of 
1 to 5. The negative working photosensitive lithographic printing plate can attain both high productivity and high printing 
durability. It is especially suitable for drawing wfth laser light. 
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Description 

FIELD OF THE INVBfTlON 

[0001] The present invention relates to a negative working photosensitive lithographic printing plate (including the 
printing plate precursor thereof). More particularly, the present invention relates to a negative working photosensitive 
lithographic printing plate suitable for drawing with a laser light (or beam). 

BACKGROUND OF THE INVENTION 

[0002] PS plates comprising a hydrophilic support having thereon an oleophilic photosensitive resin layer have con- 
ventionally been widely ured as negative working photosensitive lithographic printing plates. In general, a desired 
printing plate has been obtained from the PS plate by subjecting It to exposure to light (areaJ exposure) through a 
mask, I.e., a lith film, and then removing the nonimage areas of the resin layer by dissolution. 
[0003] In recent years, the digitization technology In which image information is electron teaUy processed, stored, and 
o inputted wfth a computer is spreading widely . With this trend, various new techniques for image output system which 
are suitable for the digitization technology have come to be practically used. As a result, it is desired to establish a 
computer-to-plate (CTP) technology in which a photosensitive resin layer is scanned with a highly directional light such 
as a laser Dght according to digitized image Information to thereby directly produce a printing plate without via the use 
of a lith film. An important technical subject therefore is to obtain a negative working photosensitive lithographic printing 
plate suitable for use In that technology. 

[0004] A negative working photosensitive lithographic priming plate capable of such scanning exposure has been 
proposed which comprises a hydrophilic support having thereon an oleophilic photosensitive resin layer (hereinafter 
referred to also as "photosensitive layer) containing a photosensitive compound capable of generating an active spe- 
cies, such as radicals or a Bnfrnstead add, upon exposure to a laser light, and has already been put on the market. 
From this negative working photosensitive lithographic printing plate, can be obtained a negative lithographic printing 
plate by scanning it with a laser light based on digital information to generate an active species, causing the photo- 
sensitive layer to undergo a physical or chemical change by the action of the active species to thereby insolubDize the 
exposed areas of the layer, and subsequently developing the layer. 

[0005] In particular, a negative working photosensitive Gthogrephic printing plate which comprises a hydrophilic sup- 
port having thereon a photoporyrnedzation type photosensitive layer comprising a photopolymerization Initiator having 
a high photosensfflzation speed, an ethyienicalry unsaturated compound capable of undergoing addition polymeriza- 
tion, and a polymeric binder soluble in an alkaline developing solution and which optionally has a protective layer having 
oxygen barrier properties attains excellent productivity, can be developed easily, and can give a printing plate having 
desirable printing performances because of its advantages of high resolution and satisfactory ink receptivity. 
[0OCS] Organic polymers developable with an alkali have conventionally been used as porymeric binders serving as 
components of photosensitive layers. Examples thereof include the methacrylic acid copolymers, acrylic add copoly- 
mers, ftaconic add copolymers, crotonic add copolymers, maleic add copolymers, and partially estortfted maleic add 
copolymers shown In JP-A-59~44615 (the term \JP-A" as used herein means as "unexamined published Japanese 
patent application"), JP-B-64-34327 (the term "JP-B" as used herein means an "examined Japanese patent publica- 
tion*), JP-&SB-12577, JP-B-54-25957, JP-An54-92723. JP-A-59-53836, JP-A-59-71048, etc. 
[0007] However, the negative working photosensitive lithographic printing plates having a photosensitive layer con- 
taining such a conventional porymeric binder have had the following problem. When the speed of scanning is increased 
in order to further heighten productivity, the exposed areas come not to be sufRdentfy cured because the exposure 
light energy applied thereto per unit area becomes lower accordingly. As a result, the image areas are damaged during 
development by the alkali ingredient contained in the developing sdution, so that high printing durability (i.e., high 
press Bfe) cannot be obtained. Consequently, a further improvement in productivity has been difficult 
[0008] In JP-A-2000-89460 is dtedosed a positive type photosensitive lithographic printing plate containing a vinyl / 
copolymer having structural units comprising a cyctohexane ring and a carboxyl group. However, this technique is 
dearly different from the present invention. 

SUMMARY OF THE INVENTION 

[0009] Accordingly, an object of the present invention is to eliminate the above-described drawbacks of the conven- 
tional techniques and to provide e negative working photosensitive plate (including the printing plate precursor), es- 
pecially one suitable for Image-drawing with a laser light, from which a lithographic printing plate having suffldent 
printing durability (i.e., sufficient press life) can be obtained wfth high productivity even through exposure conducted 
under such conditions that the irradiation energy per unit area is low. 
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[0010] The present inventors made Intensive investigations In order to accomplish the object As a result. It has been 
found that when a (meth)acrytlc acid ester having both of one or more carboxyt groups and an eJcydic hydrocarbon 
structure is used as a comonomer for imparting devefopablllty to a polymeric binder to be used as a component of a 
photosensitive layer, then the object described above is accomplished. The present invention has been achieved based 
on this finding. 

[001 1 ] The present invention provides a negative working photosensitive lithographic printing plate which comprises 
a support having thereon at least one photosensitive layer containing a polymeric binder having repeating units rep- 
resented by formula (I). Trie term a (meth)acrylic acid" as used herein means acrylic acid and/or rnethacryilc acid. 



4rfr 



J p2 (I) 

O XcOOH) n 



[00121 In formula (I). R 1 represents a hydrogen atom or a methyl group; R 2 represents a hydrocarbon group which 
has an aficyefic structure and has 3 to 30 carbon atoms and a valence of n+1; A represents an oxygen atom or-NR 3 - 
wherein R 3 represents a hydrogen atom or a monovalent hydrocarbon group having 1 to 10 carbon atoms; and n Is 
an integer of 1 to 5. 

[001 3] One of the features of the negative working photosensitive lithographic printing plate of the present invention 
is that a (rnem)acryiic acid ester having both of one or more carboxyl groups and an ai cyclic hydrocarbon structure 
was used as a comonomer for imparting alkali developabiOty to the polymeric binder. Due to the use of the comonomer, 
the negative working photosensitive lithographic printing plate of the present invention can give a printing plate having 
sufficient printing durability with high productivity even through exposure conducted under such conditions that the 
irradiation energy per unit area is low. Although the reasons for this effect of the present Invention have not been 
elucidated, the following may be thought During development In conventional techniques, the developing solution 
penetrates into the image areas wherein the resin should have been sufficiently cured, due to the insufficient irradiation 
energy in exposure and thus damages the photosensitive layer, resulting in reduced printing durability. In contrast, 
according to the present invention, the penetration of a developing solution into the image areas is fnhfelted by incor- 
porating a highly hydrophobic alicydic hydrocarbon structure in the vicinity of a carboxylic add to thereby impart high 
printing durability. Thus, excellent productivity and printing durability can be simultaneously attained by the present 
invention. 

DETAILED DESCRIPTION OF THE INVENTION 

[0014] Tne photosensitive layer In the negative working photosensitive lithographic printing plate of the present in- 
vention will be explained below in detail. 

[Polymeric Binder] 

[001 5] The polymeric binder, which is characteristic of the present invention, is explained first. 
[0016J The polymeric binder (referred to also as "binder polymer") used in the photosensitive layer in the negative 
working photosensitive lithographic printing plate of the present invention is a linear organic high-molecular polymer 
containing repeating units represented by formula (I) shown above. 

[0017] Examples of the group represented by R 2 in formula (I) , which is a hydrocarbon group having an a!tcycUc / 
structure and has 3 to 30 carbon atoms and a valence of n+1 , include hydrocarbon groups having a valence of n+1 
formed by removing n+1 hydrogen atoms from any desired one(s) of the carbon atoms constituting a compound which 
has an ai cyclic structure and may be substituted with one or more any desired substituentB. Examples of this compound 
include cyclopropane, cyclopentane, cyclohexane, cycioheptane, cyclooctane, cydodecane, dlcyclohexyi, tercy- 
dohexyl, norbomane, decahydronap hthaJen e, perhydrofluorene, tricydo [5.2.1 .O^ 6 ] decane, adamantane, quadncy- 
dane, congressane, cubane, spiro[4.4)octane, cydopentene, cyciohexene, cydoheptene, cydooctene, cydodecane, 
cydohexadiene, cydoheptadiene, cydooctadiene, cydoheptatriene, cydodecatriene, cyclooctatetraene, norbor- 
nylene, octahydronaphthaiene, bicydo{2.2.1]heptadiene, blcydo[4.3.0]norwdlene, dlcydopentadiene, hexahydroart- 
thracene, and spiro[4.5]decadiene. R 2 has 3 to 30 carbon atoms including those of the substftuents. 
[0018] in each of such compounds having an alicydic structure, any one or more of the carbon atoms may have 
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been replaced with a hetero atom selected from nitrogen, oxygen, and sulfur atoms. 

[0019] From the standpoint of printing durability, R 2 is preferably a hydrocarbon group which has an optionally sub- 
stftuted alfcycDc structure comprising two or more rings and has 5 to 30 carbon atoms and a valence of n+1, such as 
e.g., a condensed polycycuc aliphatic hydrocarbon, bridged a) cyclic hydrocarbon, spiro aliphatic hydrocarbon, or 
aliphatic hydrocarbon ring assembly (assembly composed of rings connected to each other through a bond or con- 
necting group) . In this case also, the number of carbon atoms includes that of the carbon atoms possessed by any 
substftuent. 

[0020] Examples of the substituents include monovalent atoms of nonmetaltic elements excluding hydrogen and 
monovalent groups of atoms of nonmetallic elements. Specific examples thereof Include halogen atoms (-F, -Br, -CI, 
and -I), hydroxy! groups, alkoxy groups, aryloxy groups, me reap to groups, alkylthio groups, arytthio groups, alkyUfthio 
groups, arytdithio groups, amino groups, N-alkylamlno groups, N,N-dlaIkytamino groups, N-arytamino groups, N,N- 
cfiarytamino groups, N-alkyMM-arylamino groups, acytoxy groups, carbamoytoxy groups, N-aikylcarbamoyloxy groups, 
N-arylcarbamoyioxy groups, N,N<Oalkytcarbamoyloxy groups, N,f^iarytcarbamoyloxy groups, N-aDcyl-N-arylcar- 
bamoytoxy groups, alkylsulfoxy groups, arytsutfoxy groups, acytthio groups, acytamino groups, N-alkylacylamino 
groups, N-arylacylamino groups, ureido groups, N'-aikylureido groups, N\tf -dlaOcytureido groups, N'-arytureido groups, 
N'.N'-diaryiureido groups, N J -aJkyi-N , -aryiureldo groups, N-alkyturekJo groups, N-arytureido groups, N'-alkyt-N-alky- 
lureido groups, N'-aikyi-N-aryturcido groups, N'.N'-dlalkyl-N-aJIcylureido groups, N'.N'-diaJicyl-N-arytureido groups, N*- 
aryl-N-alkytureido groups, r^-eryl-N-aryluretdo groups, hr,N'Kfiaryt-N-aikylureido groups, N\N*-diaryt-N-arylureido 
groups, N'-aikyl-N'-eryt-N-aikylureido groups, N'-alkyt-N'-aryl-N-arytureido groups, al koxycarbo nyiam Ino groups, ary- 
loxycaiborrytamino groups, N-aJkyR4-aIkoxycarbony1 amino groups, N-alkyl-N-aryloxycajbonylamino groups, N-aryt-N- 
alkoxycarbonylamlno groups, N~aiy1-N-aryloxycarbony1 amino groups, rormy) groups, acyl groups, carboxyl group sand 
Its conjugate base group, alkoxycarbonyi groups, arytoxycarbonyl groups, carbamoyl groups, h^eikylcarbamoyl groups, 
N,N-aTaJxylcajbarnoyi groups, N-arylcarbamoyl groups, N,N-diarylcarbamoyi groups, N-aikyl-N-arylcarbamoyl groups, 
alkytsulfinyl groups, arylsurfinyl groups, alkytsurfonyl groups, arylsulfonyl groups, sutfo groups (-SO3H) and its conju- 
gate base group, atkoxysulfonyl groups, aryloxysutfonyl groups, sulfinamoyl groups, N-aJkylsuIfinamoyl groups, N.N- 
dialkylsufflnarooyl groups, N-arytsuffinamoyl groups. N.N^iarytsuffinamoyt groups, NI^IxyJ-N-aryt8utf1narnoyl groups, 
sulfamoyl, N-alkylsutfamoyl groups, N.N^alkytsurfamoyl groups, N-arylsutfamoyl groups, N,N<IIaiytsuffamoyl groups, 
N-eikyW4-aryteulfamoyl groups, N-acytsulfamoyl groups and their conjugate base groups, N-alkyisuifonyteulfamoyl 
groups (-SOsNHSO^atkyQ) and their conjugate base groups, N-aryburfonylsulfamoyl groups <-SO^HSO^(aryi)) and 
their conjugate base groups, N-aJkylsutfony)carbarnoyt groups (-CONHSO^alkyf)) and their conjugate base groups, 
N-arylsulforiylcaibamoyl groups (-CONHSO^aryl)) and their conjugate base groups, alkoxysltyl groups (-Si(Oalkyf)3), 
aryloxysiryi groups (^(O-aryOa), hydroxysifyl (-Si(OH)a) and its conjugate base group, phosphono (-POaHJ and Its 
conjugate base group, diaikylphosphono groups (-PO^alkyO^, diarytphosphono groups (-P0 3 (aryi) 2 ) 1 alkylaryl- 
phosphono groups (-P0 3 (aJkyl) (aryl)), monoalkytphosphono groups (-PQ3H (alkyl)) and their conjugate base groups, 
monoarylphosphono groups (PO^aryl)) and their conjugate base groups, phosphonooxy (-OPOghy and Its conju- 
gate base group, diaJkyfphosprtonooxy groups (-OP0 3 (alkyl) 2 ), diarylphosphonooxy groups (-OP0 3 (aryr)2), alkylaryt- 
phosphonooxy groups frOPQ^alkyl) (aryl)). monoalkylphosphonooxy groups (-OPC^H(alkyO) and their conjugate base 
groups, monoarylphosphonooxy groups (-OPOsHCaryi)) and their conjugate base groups, cyano groups, nitro groups, 
dialkyiboryl groups (-BCalkyQ*), diarylboryl groups (^aryOJ, alkytaryfboryt groups (-B(alkyl) (aryl)). dihydroxyboryl 
groups (^OHy and its conjugate base group, alkylhydroxyboryl groups (-B(aJkyt) (OH)) and their conjugate base 
groups, aiylhydroxyboryl groups (-B(aryi) (OH)) and their conjugate base groups , aryl groups , alkenyt groups , and 
alkynyl groups. 

[0021] Substituents having a hydrogen atom capable of undergoing frydrogen bonding and, In particular, acidic sub- 
stftuents having a lower acid dissociation constant (pHJ than carboxyfic ackte are undesirable in that such substituents 
tend to reduce printing durability although this tendency depends on the design of the photosensitive layer. On the 
other hand, halogen atoms and hydrophobic substftuentB such as hydrocarbon groups (aJkyl groups, aryl groups, alke- 
nyl groups, and alkynyl groups) , alkoxy groups, i*nd aryloxy groups are more preferred because these substituents 
tend to Improve printing durability. Especially when the cyclic structure is a sbc-mernbered or smaller, monocyclic, 
aliphatic hydrocarbon such as cyclopentane or eyeJohexane, this cyclic structure preferably has such hydrophobic 
substituents. These substituents may be bonded to each other or to the hydrocarbon group R 2 to form a ring. The 
substituents may be further substituted. 

[0022] Examples of the monovalent hydrocarbon group having 1 to 1 0 carbon atoms represented by R 3 include alkyl 
groups, aryl groups, alkenyt groups, and alkynyl groups. 

[0023] Examples of the alkyl groups include linear, branched, and cyclic alkyl groups having 1 to 1 0 carbon atoms, 
such as methyl, ethyl, propyl, butyl, pentyl, hexyl, heptyl, octyl, nonyl, decyl, isopropyl, isobutyl, sec-butyl, tert-butyl, 
Isopentyi, neopentyl, 1-methylbutyl, isohexyl, 2-ethylhexyl, 2Hfnethylhexyl, cyctopentyl, cydohexyl, 1-eoamantyi. and 
2-norbomyl. 

[0024] Examples of the aryl groups include ones having 1 to 1 0 carbon atoms, such as phenyl, naphthyl, and indenyt, 
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and heteroaryl groups having 1 to 1 0 carbon atoms and containing one heteroatom selected from' the group consisting 
of nitrogen, oxygen, and sulfur atoms, such as furyi, thienyl, pynotyl, pyrfdyl, and qulnotyt 

[0025] Examples of the aflcenyl groups Include linear, branched, and cyclic alkerryl groups having 1 to 10 carbon 
atoms, such as vinyl, 1-propenyt, 1-butenyl, 1-framyM-propenyl, 1-cydopentenyt, and 1-cydohexenyt 
[0026] Examples of the alkynyl groups include ones having 1 to 1 0 carbon atoms, such as ethynyl, 1 -propynyl, 1 -Du- 
ty nyl, and 1-octynyi. 

[0027] R 3 may have one or more substituents. Examples of the substituents include the same substituents as those 
which may be possess e d by R 2 . However, the number of carbon atoms In R 3 including any substftuent thereof Is from 
1 to 10. 

[0028] From the standpoint of ease of synthesis, A Is preferably an oxygen atom or NH. 

[0029] Although n Is an integer of 1 to 5, It is preferably 1 from the standpoint of printing durability. 

[0030] Preferred examples of the repeating units represented by formula (I) are shown below. However, the repeating 

units in the present Invention should not be construed as being limited thereto. 



O COOH 



O COOH 



O COOH 



O COOH ° FT 



O COOH 



^^~°r^cooH ^oX^°y^ 



O Cooh 



5 



55 



5 



EP 1 176 467 A1 



O COOH 


o 


TT7 o COOH 

o*Sj — j'S 


p 


O COOH 


O 


O COOH 


O 


O COCH 


o a 


O COOH 


-Hi- 

o^o^V^o A Y^f CO ° H 

OH 1^ 

COOH 


O COOH 


"Ht ? COOH 
OH /^COOH 



KOOC 



6 



BP 1 178 487 A1 



M O COOH 


O^O^V^N^' 
OH H 


1 O COOH 


OH H 




OH H ' 


•Hi booh 


OH COOH 


4r4} H COOH 


/—COOH 

o^o-^r"-^ 

OH 




OH COOH 


OH I 


OH 



EP 1 176 467 A1 



20 



45 



OH ° COOH 



-K)- H H 



O COOH 



o 



OH 



OH 




COOH 



8 



EP1 176 467 A1 



H « O 

o 



H H 



o 

HOOC 



or 

COOH 



EP1 17G467A1 



COOK 



N 
H 



[0031] The repeating units represented by formula (I) contained in the binder polymer may be of one kind or two or 
more kinds. 

[0032] Although the binder polymer In the present invention may be a porymer consisting only repeating units rep- 
resented by formula (1), it is usually a copolymer consisting of such repeating units and units of one or more comono- 
mers. 

[0033] In the copolymer, the total content of repeating units represented by formula (I) is suitably determined accord- 
ing to the structure of the copolymer, design of the photosensitive layer, etc. However, the content thereof Is preferably 
from 1 to 99 mol%, more preferably from 1 0 to 70 mol%, most preferably from 20 to 50 mol%, based on the total amount 
of aO monomer units in the copolymer. 

[0034] In the case where the binder porymer to be used is a copolymer, convention airy well-known monomers capable 
of radical polymerization can be used as comonomers without particular limitations. Examples thereof include the 
monomers given in "Kobunshi Data Hando Bukku, Kiso-hen" (edited by The Society of Porymer Science, Japan. Baifu- 
kan , 1 986). Such comonomers may be used alone or in combination of two or more thereof. 

[0035] The molecular weight of the binder porymer in the present invention is suitably determined from the standpoints 
of image-forming properties and printing durability. In general, higher molecular weights bring about better printing 
durability but tend to result In impaired image-forming properties. Conversely, lower molecular weights bring about 
improved image-forming properties but reduce printing durability. The molecular weight thereof is preferably from 2,000 
to 1 ,000,000, more preferably from 5,000 to 500,000, most preferably from 1 0,000 to 200,000. 
[0038] In the photosensitive layer In the negative working photosensitive lithographic printing plate of the present 
invention, the polymeric binder having repeating units represented by formula (I) may be the only polymeric binder 
used. Alternatively, a mixture of this polymeric binder and one or more other polymeric binders may be used therein. 
The amount of such polymeric binders which may be optionally used fan combination is generally from 1 to 60% by 
weight, preferably from 1 to 40% by weight, more preferably from 1 to 20% by weight, based on the total amount of all 
polymeric binders used. Conventionally well-known polymeric binders can be used as the optional polymeric binders 
without particular limitations. Preferred examples thereof include binders frequently used in the art, such as binders 
having an acrylic main chain and urethane binders. 

[0037] Although the total amount of the polymeric binder having repeating units represented by formula (I) and one 
or more optional polymeric binders in the photosensitive layer can be suitably determined, ft is generally from 10 to 
90% by weight, preferably from 20 to 80% by weight, more preferably from 30 to 70% by weight, based on the total 
amount of ail nonvolatile ingredients in the photosensitive layer. 

[0038] Ingredients which can be Incorporated besides the polymeric binders Into the photosensitive layer will be 
explained next. 

[0039] The photosensitive layer in the negative working photosensitive lithographic printing plate of the present in- 
vention contains a negative working photosensitive material for image formation. As this photosensitive material, a 
conventionally well-known one can be used without particular limitations. Examples of the negative working photosen- 
sitive material include one comprising a combination of a photo- or heat-acid generator and a compound crosslinkabie 
with an acid catalyst and one comprising a combination of a photo- or heat-polymerization initiator and a compound 
having an ethylenfcaJly unsaturated bond capable of undergoing radical addition polymerization. However, the photo- 
sensitive layer is especially preferably a photo- or heat-poJymerizable photosensitive layer containing a photo- or heat- 
polymerization initiator and a compound having an ethylenically unsaturated bond capable of undergoing radical ad- ' 
ditto n polymerization. 

[0040] The negative working photosensitive lithograph ic printing plate of the present invention is especially suitable 
for platemaWng through direct image-drawing with a laser light having a wavelength of from 300 to 1 ,200 nm. The 
printing plate thus produced therefrom has higher printing durability than conventional lithographic printing plates. 

[Photo- or Heat-porymerizable Negative working Photosensitive Layer] 

[0041] An especially preferred photosensitive layer in the lithographic printing plate of the present invention is a 
photo- or heat-polymerizabte negative working photosensitive layer comprising as essential ingredients a polymeric 
binder having repeating units represented by formula (I), a photo- or heat-polymerization initiator, and a compound 
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having at least one ethytenteally unsaturated bond capable of undergoing addition polymerization (hereinafter often 
referred to simply as "additiorvporymerizabto compound"). Besides these essential ingredients, various addfflves may 
be Incorporated into this photosensitive layer, such as a co-sen sffizer, colorant, priasticizer, and pofymertzation tnhibftor. 

[Addition-polymertzable Compound] 

[0042] The addition-potymenzabie compound having at least one ethytenicaJry unsaturated double bond to be used 
in the photo- or heat-porymerizable negative working photosensitive layer is selected from compounds having at least 
one, preferably at least two ethytenteally unsaturated terminal bonds. Such compounds are widely known in this In- 
dustrial held, and can be used in the present invention without particular limitations . Such compounds are in the chem- 
ical forms of, for example, monomer, prepolymers, i.e., dirner, trimer, and oligomer, and mixtures and copolymers 
thereof. Examples of the monomelic compounds end copolymers thereof include unsaturated carboxylic adds (e.g., 
acrylic acid, methacrytic add, ftaconic add, crotonlc add, teocrotonlc add, and maleic acid) and esters and amides 
thereof. Preferred of these are esters of an unsaturated carboxylic acid with an aliphatic polyhydric alcohol compound 
and amides of an unsaturated carboxylic acid with an aliphatic pofyamine compound. Also preferred are: adducts of 
an unsaturated carboxylic acid ester or amide having a nudeophiDc substituent, e.g., a hydroxy!, amino, or mercapto 
group, with a mono- or polyfunctions! isocyanate or epoxy; and products of the dehydrating condensation reaction of 
the ester or amide with a mono- or polycarboxytic add. Preferred examples of the addition-poJymerizabie compound 
further include: adducts of an unsaturated carboxylic add ester or amide having an elecDophific substituent, e.g., an 
isocyanate or epoxy group, with a mono- or pclyfunctionaJ alcohol, amine, or thiol; and products of the substitution 
reaction of an unsaturated carboxylic add ester or amide having a releasing substituent, e.g., a halogen or a tosyfoxy 
group, with a mono- or polyfunctioned alcohol, amine, or thioether. Other usable examples of the additioivporymerizable 
compound include compounds formed by the reactions described above wherein an unsaturated phosphonk: add, 
styrene, vinyl ether, or the like Is used in place of the unsaturated carboxylic add 

[0043] Specific examples of the monomertc esters of aliphatic potyhydrtc alcohol compounds with unsaturated car- 
boxylic adds are as follows. Examples of the acrylic esters include ethylene glycol diacrylate, Methylene glycol dlacr- 
ytate, 1 ,3-butanedio! diacrylate, tetramethyiene glycol diacrylate, propylene glycol diacrylate, neopentyt glycol cfiacr- 
ytate, trimethykripropane triacrytate, trtnemytdpropane tri(acryloytoxypropyf) ether, trimethytolethane Diacrylate, hex- 
anedtol diacrylate, 1 ,4-cydohexanediol diacrylate, tetraethytene glycol diacrylate, pentaerythrttol diacrytate, pentaer- 
ythritol triacrylate, pentaerythrttol tetraacrytate, dipentaerythritoi diacrylate, dipentaerythritol hexaacrytate, sorbitol Di- 
acrylate, sorbitol tetraacrytate, sorbitol pentaacrylate, sorbitol hexaacrylate, trf(acryloytoxyethyl) isocyanurate, and pol- 
yester acrylate oligomers. 

[0044] Examples of the methacrytic esters induce tetramethyiene glycol dimetrtacrylate, triethytene glycol dimeth- 
acrytate, neopentyl gtycol dimethacrytate. Dlmethy iolpropane trimethacrylate, trimethyiolethana Dimethacrylate, ethyl- 
ene glycol dlmethacrylate, 1 ,3-butanediol dimethacrylate, hexanediol dimethacrylate, pentaerythritol dimetrtacrylate, 
pentaerythritol Dimethacrylate, pentaerythritol tetrarnethacrylate, dipentaerythritol dimethacrylate, dipentaerythritol 
hexamethacrylate, sorbitol Dimethacrylate, sorbitol tetramethacrylate, bis[p-(a^ethacryloxy-2^ydroxypropoxy)phe- 
nylHiimethylmet hane, and bisfp-(meth acryto)ryethoxy)ph enyf] dlmethyim ethane . 

[0005] Examples of the itaconic esters include ethylene glycol diitaconate, propylene glycol diitaconate, 1 ,3-butane- 
diol diitaconate, 1 ,44>utanedk)l diitaconate, tBDamethyiene glycol diitaconate, pentaerythrftol diitaconate, and sorbitol 
tetraitaconate. 

[0046] Examples of the crotonic esters include ethylene glycol dlcrotonate, tetramethyiene glycol cBcrotonate, pen- 
taerythritol dicrotonate, and sorbitol tetradicrotonate. 

[0047] Examples of the isocrotonic esters indude ethylene glycol dUsocrotonate, pentaerythritol difeocrotonate, and 
sorbitol tetraisocrotonate. 

[0048] Examples of the maleic esters indude ethylene glycol dimaleate, triethytene glycol dtmaleate, pentaerythrftol 
dimaieate, and sorbitol teDamaleate. 

[0049] Otiier preferred examples of the esters indude the aliphatic alcohol esters shown In JP-&46-27926, JP-B^ 
51-47334, and JP-A-57-1 96231, the esters having an aromatic basic structure (I.e., skeleton) shown in JP-A-69-5240, 
JP-A-59-5241 , and JP-A-2-2261 49, and the esters having an amino group shown in JP-A-1 -1 6561 3. 
[0050] The ester monomers shown above may be used as a mixture of two or more thereof. 
[0051 ] Examples of the monomerfc amides of an aliphatic polyamine compound with an unsaturated carboxylic add 
indude methylenebisacryiajrdoe, methytenebismethacrylamide, 1,6-riexamethyienebisacrylarnide, 1 ,6-hexamethyi- 
enebisniethacrytemide, diethyleneDiaminetrlsac*ylamide, xyrytenebisacrylamide, and xytylenebtsmethacrylarnlde. 
[0052] Examples of other preferred amide monomers include those having a cydohexytene structure shown in JP- 
B-54-21726. 

[0053] Also preferred are ao^rtion-pofymerizable urethane compounds produced by the addition reaction of an iso- 
cyanate with hydroxy! groups. Examples thereof Include the vinyl urethane compounds containing two or more poiym- 
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erizabte vinyl groups per molecule described In, e.g., JP-&48-41 708. The vinyl urethane compounds are produced by 
addition reaction of a polytsocyanate compound having two or more isocyanate groups per molecule and a hydroxy!- 
containing vinyl monomer represented by the following formula (II) : 

CHg^R^CXXDCHgCHCR^OH (II) 
wherein R 4 and R 5 each represent H or CHg. 

[0054] Other preferred addrtion-porymefizable urethane compounds include urethane acrytates such as those de- 
scribed in JP-A-61-37193, JP-B-2-32293, and JP-B-2-16765 and the urethane compounds having an ethylene oxide 
skeleton described In JP-B-S8-48860, JP-WB-17654, JP-M2-39417, and JP-B-62-39418. 
[0055] Furthermore, use of the aotf fflon-potymerfzable compounds having In the molecule an amino structure or 
sulfide structure described in JP-A-63-2776S3, JP-A-63-260909, or JP-A-1 -105238 is effective in obtaining a photopo- 
lymerizable composition having an exceedingly high photosensitlzation speed. 

[0056] Other examples of the ac&ition-poryrnerizable compound include polyester acrytates such as those described 
in JP-A-48-64183, JP-B-49-431 91 , and JP-&52-30490 and poryfunctiona) acrylates or methacrylates such as epoxy 
acrytates obtained by reacting an epoxy resin with (meth) acrylic add. The examples further include the specific un- 
saturated compounds described In JP-B-46-43946, JP-B-1 -40337, and JP-B-1 -40336 and the vtnytphosphonic add 
compounds described in JP-A-2-25493. In some cases, the structure having a perftuoroalkyt group descnoed in JP- 
A-61 -22048 Is advantageously used. Also usable are the photocurable monomers and oligomers shown In Nlhon Setch- 
aku KySkRishi. Vol.20, No.7, pp.300-308 (1984). 

[0057] Details of such aetftton-porymerizable compounds concerning the structures thereof and the methods of use, 
e.g., as to whether the addrtton-pofymerizable compounds are used alone or in combination, the amount thereof to be 
added, etc., can be suitably determined without particular limitations according to the performance design of the neg- 
ative working photosensitive lithographic printing plate to be finally obtained. For example, selections are made from 
the following standpoints. From the standpoint of photosensitization speed, structures having a high unsaturatecVgroup 
content per molecule are preferred. In many cases, addition-polymerizabl e compounds having a functionality of 2 or 
higher are preferred. From the standpoint of Increasing the strength of the Image areas, I.e. , the cured film , It Is preferred 
to use an addrtion-pofymerizable compound having a functionality of 3 or higher. A technique effective in regulating 
both photosensitivity and strength is to use a combination of addition-polymertzable compounds differing In functionality 
or porymerizable group (e.g., acrylic esters, meth acrylic esters, styrene compounds, and vinyl ether compounds). Com- 
pounds having a high molecular weight and compounds having high hydrophobidty bring about a high photosensiti- 
zation speed and excellent film strength but, in some cases, are undesirable from the standpoints of the rate of devel- 
opment and precipitation from a developing solution. Furthermore, the selection of addition-porymerlzable compounds 
and the method of using the same are important factors which influence the compatibility and dispersibflity thereof in 
other ingredients in the photosensitive layer (e.g., the binder polymer, initiator, and colorant). For example, use of a 
compound with a low potumertzation degree or use of a combination of two or more addition-polymerizable compounds 
can Improve compatibility. 

[0056] There also are cases where an addition-polymerizable compound having a specific structure Is selected in 
order to improve adhesion to the support or to the overcoat layer which win be described later, etc. With respect to the 
proportion of the addition-porymerizable compounds in the photosensitive layer, higher proportions are advantageous 
from the standpoint of sensitivity. However, too high proportions thereof pose problems such as the occurrence of 
undesirable phase separation, troubles in production steps due to tackiness of the photosensitive layer (e.g., production 
failures attributable to the transfer or adhesion of photosensftfve-layer components), and precipitation from a developing 
solution. From these standpoints, the addffion-porymerizable compounds are used in an amount of preferably from 5 
to 80% by weight, mom preferably from 25 to 75% by weight, based on the nonvolatile ingredients In the photosensitive 
layer. The addition-polytnerizable compounds may be used alone or in combination of two or more thereof. Furthermore, 
additiort-polymerizable compounds having an appropriate structure may be selected and incorporated in an appropriate / 
amount without particular limitations from the standpoints of die degree of polymerization inhibition by oxygen, reso- 
lution, blurring, change In refractive index, surface tackiness, etc. In some cases, a coating method for forming a layer 
constitution containing an undercoat layer and an overcoat layer may be employed. 

[Photo- or Heat-polymerization Initiator) 

[0059] As the photopolymerization initiator can be used various well-known photoporymerization initiators shown in 
patent and other literatures. One of these or a combination of two or more of these (photoporymerization initiator system) 
can be suitably selected according to the wavelength for the tight source to be used. 
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[0060] Various photopolymerization initiators (Initiator systems) have been proposed for use in the case of using a 
blue semiconductor laser, an Ar laser, the second higher harmonic (wave) of an infrared semiconductor laser, or an 
SHG-YAG laser as a light source. Examples thereof Include the photo-reducing dyes of some kind shown in, e.g., U. 
S. Patent 2,850,445, such as Rose Bengal, Eosin, and erythrocine; a system comprising a combination of a dye and 
an initiator, e.g., a combination of a dye and an amine (see JP-A-44-20189); a system comprising a combination of a 
hexaaryibfimidazote, a radical generator, and a dye (see JP-A-45-37377); a system comprising a haxaarylbiimidazole 
and a p-dialkytaminobenzylidcne ketone (see JP-B-47-2528 and JP-A-54-1 55292); a system comprising a cyclic cte- 
a-dicarbonyi compound and a dye (see JP-A-48-841 83); a system comprising a cyclic trtazfne and a merocyantne dye 
(see JP-A-54-1 51 024); a system comprising 3-ketocoumartn and an activator (see JP-A-52-1 12681 and JP-A- 
58-15503); a system comprising biimidazote, a styrene derivative, and a thiol (see JP-A-59-1 40203); a system com- 
prising an organic peroxide and a dye (see JP-A-59-1504, JP-A-S9-1 40203, J P-A -59 -189340, JP-A-62-1 74203, JP- 
B-62-1641, and U.S. Patent 4,768,055); a system comprising a dye and an active halogen compound (see JP-A- 
63-171 8105, JP-A-63-258903, JP-A-3-264771 , etc.); a system comprising a dye and a borate compound (see JP-A- 
62-1 43044, JP-A-62-150242, JP-A-64-13140, JP-A-64-13141, JP-A-64-13142, JP-A-64-13143, JP-A-64-13144, JP- 
A-64-17048, JP-A-1 -229003, J P-A- 1 -298348, JP-A-1 -138204, etc); a system comprising a dye having a rhodanine 
ring and a radical generator (see J P-A-2- 179843 and JP-A-2-244050); a system comprising a titan ocene and a 3-ke- 
tocoumarin dye (see JP-A-63-221110); a system comprising a combination of a titanocene, a xanthene dye, and an 
addition-poryrnerizabie ethyl enicaily unsaturated compound containing an amino or urethane group (see JP-A- 
4-221958 and JP-A-4-219756) ; a system comprising a titanocene and a specific merocyanine dye (see JP-A- 
6-295061); and a system comprising a titanocene and a dye having a benzopyran ring (see JP-A-8-334897). 
[0061] Especially preferred photopolymerization initiators (initiator systems) In the photosensitive layer in the nega- 
tive working photosensitive lithographic printing plate of the present invention contain at least one titanocene. 
[0062] Any titanocene compound may be used In the photopolymerization initiator (initiator system) in the present 
invention as long as it rs capable of generating an active radical upon irradiation with a light in the presence of a 
sensitizing dye. One or more titanocene compounds to be used in the present invention may be suitably selected from 
the well-known titanocene compounds described in, e.g., JP-A-59-1 52398, JP-A-61-151197, JP-A-6M1483, JP-A- 
63-41484, JP-A-2-249, JP-A-2-291. JP-A-3-27393, JP-A-3-12403, and JP-A-6-41170. 

[0063] Specffic examples of the titanocene compounds include dcydopentedienyrtftanlum dichloride, dicyclopenta- 
dlenytrrtaniurrvbispherryl, oTcyctopentadierryttrtanlurT^ (hereinafter referred to also as 

T-1-), tfcydopentadienylt^ cficyclcpentedienyttj^^ 

dtcyctoperttadienyitha^ dk^opentadierTymtflnlum^^^muc^henyi, drmethyicy- 

dopentadienyttrtanium-bis^.a^.S.S-pentafluoro phenyl, dimetrrylcydcpentadienyn^ 

enyl, dlmetrryk^opentedfenyt^^ and bis(cyc^opentadiefTyi)bls(2,5-dmuoro-3-<py1-1 -vi) 

phenyl) titanium (hereinafter referred to also as T-2"). 

[0064] Those titanocene compounds can be chemically modified in various ways in order to improve the properties 
of the photosensitive layer. Examples of usable modification techniques include bonding to a radical-generating part 
of, e.g., a sensitizing dye or addltion-polymerizable unsaturated compound, incorporation of a hydrophilic group, im- 
provement ol compatibility, incorporation of asubstituentfor Inhibiting crystal precipitation, incorporation of asubstJtuent 
for improving adhesion, and conversion into a pofymer. 

[0065] Methods for using those titanocene compounds also can be suitably determined without particular limitations 
according to the performance design of the negative working photosensitive lithographic printing plate, as In the case 
of the addition -potymerizablo compounds described above. For example, a titanocene compound can have enhance 
compattoility in the photosensitive layer when used in combination with one or more other titanocene compounds. 
Larger amounts of the photopolymerization initiators to be used, including the titanocene compounds, are usually 
advantageous from the standpoint of photosensitivity. Sufficient photosensitivity is obtained when a photopolymeriza- 
tion initiator is used in an amount of generally from 0.5 to 60 parts by weight, preferably from 1 to 50 parte by weight, 
per 1 00 parts by weight of the nonvolatile ingredients in the photosensitive layer. On the other hand, smaller titanocene 
amounts are preferred from the standpoint of the fogging property caused by a light of around 500 nmasa result of ' 
the use of yellow or white light or the like; this fogging property is a major purpose of the present invention. Even when 
the amount of one or more titanocene compounds is reduced to 6 parts by weight or smaller, especially to 1 .9 parts 
by weight or smaller, and further to 1 .4 parts by weight or smaller, sufficient photosensitivity can be obtained by using 
the titanocene compounds in combination with a sensitizing dye. 

[0086) In the case where a laser which emits infrared rays having a wavelength of from 760 to 1 ,200 nm is to be 
used as a light source, it is generally indispensable to use an infrared absorber. Infrared absorbers function to absorb 
infrared rays and convert them into heat. A radical generator is pyrolyzed by the resulting heat to generate a radical. 
The infrared absorber to be used in the present invention Is a dye or pigment having an absorption maximum in the 
wavelength range of from 760 to 1 r 200 nm. 

(0067] As the dye can be used commercial dyes and other well-known dyes shown in the literature, e.g., "Senryo 
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Bin ran" (edited by Japan Society of Organic Synthesis Chemistry, published in 1970). Examples of the dyes include 
azo dyes, metal complex azo dyes, pyrazolone azo dyes, naphthoquinone dyes, anthraquinone dyes, phthsJocyanine 
dyes, carbonium dyes, qunoneimine dyes, methlne dyes, cyanine dyes, squarytium dyes, pyrytium salts, and metal 
thiotate complexes. 

(D088] Preferred examples of the dyes include the cyanine dyes described in, e.g. , JP-A-5B- 1 25246, JP-A-69-84356. 
JP-A-59-202829, and JP-A-60-7B787; the methlne dyes described in, e.g., JP-A-58-1 73698, JP-A-58-1 81 690. and JP- 
A-68- 194595; the naphthoquinone dyes described in, e.g., JP-A-58-1 12793, JP-A-58-224793, JP-A-59-481 87, JP-A- 
59-73998, JP-A-60^52940, and JP-A-60-63744; the squarytium dyes described in. e.g., JP-A68-1 12792; and the cy- 
anine dyes described in British Patent 434,875. 

[0089] Other preferred examples thereof include the near-infrajed-absorbing sensitizer deserted in U.S. Patent 
5, 156,938; the substituted aryfbenzo{thio)pyryflum salts described In U.S. Patent 3,881 ,924; the trimethlne thiapyrytjum 
salts described in JP-A-57-142645 (i.e., U.S. Patent 4,327,169); the pyrytium compounds described in JP-A- 
58-1 81 051, JP-A-58-220143, JP-A-59-41363, JP-A-59-84248, JP-A-69-64249, JP-A-59-146083, and JP-A- 
59-146061; the cyanine dyes described in JP-A-59-216146; the pentamethine thiopyryflum salts described in U.S. 
Patent 4,283,475; and the pyrytium compounds disclosed in JP-B-5-1 351 4 and JP-B-5-1 9702. 
[0070] Further preferred examples of the dyes include the rtear-infrared^absorbing dyes represented by formulae (I) 
and (II) described in the specification of U.S. Patent 4,758,993. 

[0071] Especially preferred of those dyes are cyanine dyes, squarytium dyes , pyrylium salts , and nickel thiolate 
complexes . More preferred are cyanine dyes. In particular, the cyanine dyes represented by formula (III) are most 
preferred. 




[0072] In formula (III) .X 1 represents a halogen atom or X2-L 1 , wherein X 2 represents an oxygen atom or sulfur atom 
and L 1 represents a hydrocarbon group having 1 to 12 carbon atoms. R 6 and R 7 each independently represent a 
hydrocarbon group having 1 to 12 carbon atoms . From the standpoint of the storage stability of a coating solution for 
photosensitive layer, Ffi and R 7 preferably are hydrocarbon groups having 2 or more carbon atoms, and more preferably 
are bonded to each other to form a five- or six-membered ring. 

[0073] Ar 1 and Ar 2 may be the same or different and each represent an aromatic hydrocarbon group which may have 
one or more substituents. Preferred examples of the aromatic hydrocarbon group include a benzene ring and a naph- 
thalene ring . Preferred examples of the substftuents include hydrocarbon groups having 1 to 12 carbon atoms, halogen 
atoms, and alkoxy groups having not mom than 12 carbon atoms. Y 1 and Y 2 may be the same or different and each 
represent a sulfur atom or dJaBcytmeurytene group having not more than 12 carbon atoms. R 8 and H 9 may be the same 
or different and each represent a hydrocarbon group which has not more than 20 carbon atoms and may have one or 
more substftuents. Preferred examples of the substftuents include alkoxy groups having not more than 12 carbon 
atoms, carboxyl, and sutfo. R 10 , R 11 , R 12 , and R 13 may be the same or different and each represent a hydrogen atom 
or a hydrocarbon group having not more than 12 carbon atoms. From the standpoint of availability of starting materials, 
rio to Ria are preferably hydrogen atoms . Z 1 " represents a counter anion, provided that Z 1 - need not be present when / 
any of R 6 to R 13 has been substituted with a sulfo group. From the standpoint of the storage stability of a coating 
solution for photosensitive layer, Z 1 ' is preferably a halogen Ion, perchlorate ion, tetrafluoroborate ion, hexafluorophos- 
phate ion, or sulfonate ion, and is more preferably a perchlorate ion, hexaftuorophosphate ion, or ajytsutfonate Ion. 
[0074] Specific examples of the cyanine dyes represented by formula (III) , which can be advantageously used in 
the present Invention, include those shown below. These dyes are given In the specification of J P-A 2001-133969. 
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[0075] As the pigment in the present invention can be used commercial pigments and pigments described in a Color 
Index (C.I.) handbook, "Saishin Ganryd Binran* (edited by Japan Society of Pigment Technology, published in 1977), 
■Salshtn Ganryo 6yd Gfjutsu* (CMC Shuppan, published In 1 986), and "tnaatsu Into GijutBu" (CMC Shuppan, published 
In 1984). 

[0076] Examples of the kinds of such pigments include black pigments, yellow pigments, orange pigments, brown 
pigments, red pigments, purpte pigments, blue pigments, green pigments, fluorescent pigments, metal powder pig- 
ments, and polymer-bonded pigments. Specific examples of usable pigments include insoluble azo pigments, azo lake 
pigments, condensed-ring azo pigments, chelate azo pigments, phthaJocyanine pigments, anthraqulnone pigments, 
perylene pigments, peri none pigments, thtoindigo pigments, quinacridone pigments, dioxazine pigments, Isoindollnone 
pigments, quinophthalone pigments, dyeing lake pigments, azine pigments, nitroso pigments, nitro pigmems, natural 
pigments, fluorescent pigments, inorganic pigments, and carbon black. Preferred of these pigments is carbon black. 
[0077] Those pigments may be used without undergoing a surface treatment, or may be used after having undergone 
a surface treatment Possible methods for surface treatment include a technique in which the surface of a pigment is 
coated with a resin or wax, a technique in which a surfactant is adhered to the surface of a pigment, and a technique 
in which a reactive substance (e.g., a si lane coupling agent, epoxy compound, or potyfsocyanate) is bonded to the 
surface of a pigment These methods for surface treatment are described in "Kinzoku Sekken No Seishitsu To 6yo" 
(Safwai Shobo), "tnsatsu Ink! Gijutsu" (CMC Shuppan, published in 1984), and "Saishin Ganryd 6y6 Gijutsu" (CMC 
Shuppan, published In 1986). 

[0078] The particle diameter of the pigment is preferably from 0.01 to 10 urn, more preferably from 0.05 to 1 urn, 
most preferably from 0.1 to 1 urn. Use of a pigment having a particle diameter of smaller than 0.01 urn is undesirable 
in that the pigment dispersion shows poor stability in a coating solution for forming an foageJorming photosensitive 
layer. On the other hand, use of a pigment having a particle diameter exceeding 10 urn Is undesirable from the standpoint 
of the evenness of the image-forming photosensitive layer to be formed. 

[0079] For dispersing the pigment, well-known dispersion techniques for the production of inks, toners, or the like 
can be used. Examples of usable dispersing machines include an ultrasonic disperser, sand milt, attritor, pearl mill, 
supermiil, ball miO, impeller, disperser, KD mill, colloid mfll, dynatron, three-roll mill, and pressure kneader. Details 
thereof are given in "Saishin Ganryd 0yd Gijutsu" (CMC Shuppan, published in 1986). 

[0080] Such infrared absorbers may be Incorporated into either the photosensitive layer or another layer, e.g., an 
overcoat layer or undercoat layer. It is, however, preferred that in the negative working photosensitive lithographic 
printing plate finally produced, the photosensitive layer should have an optical density of from 0.1 to 3.0 as measured 
at the wavelength corresponding to the absorption maximum thereof in the wavelength range of from 760 to 1 ,200 nm. 
Optical densities thereof outside the range tend to result in reduced sensitivity. Since the optical density of the photo- 
sensitive layer is determined by the amount of the infrared absorber added thereto and the thickness of the layer, a 
desired value of optical density can be obtained by regulating the two factors. The optical density of a photosensitive 
layer can be measured by an ordinary method. Examples of the method for measurement include: a method in which 
a photosensitive layer is formed by coating on a transparent on white support In such an amount as to result In a 
suitably predetermined dry thickness within the range required for tomographic printing plates and is then examined / 
with a transmission type optical densitometer; and a method in which a photosensitive layer Is formed on a reflective 
support such as an aluminum substrate and examined for reflection density. 

[0081] A heai-decomposabte radical generator is used in combination with the infrared absorber. This radical gen- 
erator means a compound which generates a radical upon irradiation with infrared laser light. Examples of the radical 
generator include onium salts, triazine compounds having a trihalomethyl group, peroxides, azo polymerization Initia- 
tors, azide compounds, and quinonedlazfde. Of these, onium salts are preferred because of their high sensfttvfty 
[0082] Preferred onium salts which can be advantageously used as a radical polymerization initiator in the present 
invention are explained below. Examples of the preferred onium salts include lodonium salts, diazonium salts, and 
sulfonium salts. In the present invention, these onium salts function not as an acid generator but as an initiator for 
radical polymerization. The onium salts which can be advantageously used in the present invention are represented 
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[0083] In formula (IV), Ar 11 and Ar 12 each independently represent an optionally substituted aryl group having not 
more than 20 carbon atoms (including the carbon atoms of any substttuent). In the case where this aryl group has one 
or more substituents, preferred examples of the substftuents include halogen atoms, nitro, alkyl groups having not 
more than 12 carbon atoms, alkoxy groups having not more than 12 carbon atoms, and arytoxy groups having not 
more than 12 carbon atoms. Z 11 " represents a counter Ion selected from the group consisting of a halogen ion, per- 
chlorate Ion, tetrafluoroborate ion, hexafluorophosphate Ion, and sulfonate Ion, and is preferably a perchtorate ion, 
hexafluorophosphate ion, or aryteutfonate ion. 

[0084] In formula (V), Ar 21 represents an optionally substituted aryl group having not more than 20 carbon atoms 
(including the carbon atoms of any substftuent). Preferred examples of the substituents Include halogen atoms, nitro, 
alkyl groups having not more than 12 carbon atoms, alkoxy groups having not more than 12 carbon atoms, arytoxy 
groups having not more than 12 carbon atoms, alkylamino groups having not more than 12 carbon atoms, diaJkylarnino 
groups having not more than 12 carbon atoms, aryiamino groups having not more than 12 carbon atoms, and dlax- 
ylamlno groups having not more than 12 carbon atoms. Z 21 " represents a counter ion, which has the same meaning 
asZ"*. 

[0085] In formula (VI), R 31 , R 32 and R 33 may be the same or different and each represent an optionally substituted 
hydrocarbon group having not more than 20 carbon atoms (Including the carbon atoms of any substftuent). Preferred 
examples of the substituents include halogen atoms, nitro, alkyl groups having not more than 12 carbon atoms, alkoxy 
groups having not more than 12 carbon atoms, and arytoxy groups having not more than 12 carbon atoms. Z 31 - rep- 
resents a counter ton, which has the same meaning as Z 11 '. 

[0086] Specffic examples of the on! urn salts advantageously usable as a radical generator in the present invention 
include the following onium salts, which are given in the specification of Japanese Patent Application No. 11-31 0623. 
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PHW7] Theheat-<tec©mposaWerac^ 

length of preferabty 400 run or shorter, more preferably 360 rrrn or shorter. By using such a radical generator having 
an absorption wavelength within the uRravtolet region, the negative working photosensitive lithographic printing plate 
can be handled in white light. 

[0088] Those heat-decomposable radical generators can be added to a coating solution for photosensitive layer In 
an amount of generally from 0.1 to 50% by weight, preferably from 0.5 to 30% by weight, more preferably from 1 to 
20% by weight, based on all the nonvolatile Ingredients contained In the coating solution for photosensitive layer. 
Addition amounts of smaller than 0.1% by weight result in poor sensitivity, while addition amounts of exceeding 50% 
by weight result In a printing plate in which the nommage areas are stained during printing. Those radical generators 
may be used alone or in combination of two or more thereof. The heat-decomposable radical generators may be added 
to the same layer as the layer for other ingredients or may be added to a layer separately formed. However, It Is 
preferred to add the radical generators to the same layer as the layer tor other Ingredients. 

{0089] Besides the basic Ingredients described above, other ingredients suitable for the Intended use of the photo- 
or heatyotyrnerizabJe negative working photosensitive layer, which is a preferred photosensitive layer for use in the 
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negative wprtdng photosensitive lithographic printing plate of the present invention, or for the Intended process for 
producing the layer, etc can be suitably added. Preferred examples of such additives wfll be explained below. 

[Co-sensffizer] 

5 

[0090] The sensitivity of the photopofymorizable photosensitive layer can be further improved by incorporating a co- 
sensitizer thereinto. Although mechanisms of this improvement are unclear, It Is thought that many of these are based 
on the following chemical process. Namely, it Is presumed that a co-sensitize r reacts with various intermediate active 
species (e.g., radicals, peroxides, oxidizing agents, and reducing agents) which have generated as a result of the 

io photoreactions Initiated by tight absorption by the photopolymerization Initiator (Initiator system) described above and 
during the course of the subsequent addition polymerization reaction to thereby newly yield active radicals. Such co- 
sensitizers can be roughly divided into (a) co-sensitizers which are reduced to generate active radicals, (b) co-sen si- 
tizers which are oxidized to generate active radicals, and (c) co-sensltizers which react with lowly active radicals to 
, convert them into more active radicals or which function as a chain transfer agent However, with respect to many of 

13 the co-sensfflzers, there are no common opinions as to which group of these the individual compounds belong. 

(a) Compounds which are reduced to generate active radical: 

Compounds having a carbon-halogen bond: The compounds are thought to undergo reductions! cleavage of 
the carbon-halogen bond to generate an active radical. Preferred examples thereof Include trthalornethyt-6-tri- 
20 azines and trihalomethyloxadiazolee. 

Compounds halving a nftrogen-nftrogen bond: Trie compounds are thought to undergo reductions! cleavage 
of the nitrogen-nitrogen bond to generate an active radical. Preferred examples thereof include hexaaryibiimida- 
zoles. 

Compounds having oxygen-oxygen bond: The compounds are thought to undergo reductional cleavage of 
25 the oxygen-oxygen bond to generate an active radical. Preferred examples thereof Include organic peroxides. 

Onium compounds: The compounds are thought to undergo reductional cleavage of a carbon-heteroatom 
bond or oxygen-nitrogen bond thereof to generate an active radical. Preferred examples thereof include diarytio- 
donium salts, triaryteurf onium salts, and N-alkoxypyridinium (azinium) salts. 

Ferrocene and iron-erene complexes: The compounds can reductions! ty generate art active radical. 
so (b) Compounds which are oxidized to generate active radical: 

Alkylate complexes: The compounds are thought to undergo oxidative cleavage of a carbon-heteroatom bond 
thereof to generate an active radical. Preferred examples thereof include triarytaJkytborates. 

AJkylamine compounds: The compounds are thought to undergo oxidative cleavage of a C-X bond on the 
carbon atom adjacent to the nitrogen atom to generate an active radical. Preferred examples of X include a hy- 
35 drogen atom, carboxyl, trlmethytelfyl, and benzyl. Examples of the compounds include ethanolamine and deriva- 

tives thereof, N -phenyl glycine and derivatives thereof, and N-trimethylsilylmethylanaine and derivatives thereof. 

Sulfur-containing compounds and tin-containing compounds: The compounds having the same structure as 
the above-oescrfoed amine compounds except that the nitrogen atom has been replaced with a sulfur or tin atom 
can generate an active radical by the same mechanism. Furthermore, compounds having an S-S bond are also 
40 known to sensitize based on S-S-cleavage. 

ec-Substituted metfrytcarbonyl compounds: The compounds can undergo oxidative cleavage of the bond be- 
tween the carbonyl and the a-carbon to generate an active radical. The compounds formed by converting the 
carborryl of these compounds into an oodme ether also function likewise. Examples of such compounds Include 
2-ai)cyt-1-[4^aJkytmio)pheri^ -one and the oxime ether compounds obtained by reacting 

45 these compounds with a rrydroxytamine compound and then etherifying the N-OH. 

Specific add salts: The compounds can reductlonaOy generate an active radical. Examples thereof Include 
sodium arytsulfinates. 

(c) Compounds which react with a radical to convert it into a highly active radical or function as a chain transfer ' 
agent: 

50 Compounds having, for example, SH, PH, SiH, or GeH in the molecule are used. These compounds can 

donate hydrogen to a lowly active radical species to generate a radical, or can be oxidized and then deprived of 
a proton to generate a radical. Examples thereof include 2-mercaptobenzimidazole and derivative thereof. 

Marry specific examples of those co-sensltizers are given, for example, in JP-A-9-236913 as additives Intended 
to improve sensitivity . Part of these are shown below. However, co-senstizers usable in the photosensitive layer 

55 in the negative working photosensitive lithographic printing plate of the present Invention should not be construed 

as being limited to these. 
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[0091] Those co-sen sitizere also can be subjected to various chemical modifications in order to Improve the prop- 
erties of the photosensitive layer. Examples of usable modification techniques Include bonding to a radical-generating 
part of, e.g., a sensitizing dye, titan ocene, or addition-pofymerizabte unsaturated compound, Incorporation of a hy- 
drophiUc group, improvement of compatibility, incorporation of a substituent for inhibiting crystal precipitation, Incorpo- 
ration of a substi t u e nt for improving adhesion, and conversion Into a polymer. 

[0092] Those co-sensftizers can be used alone or In combination of two or more thereof. The co-eensitizers are used 
In an amount of generally from 0.05 to 1 00 parts by weight, preferably from 1 to 80 parts by weight, more preferably 
from 3 to 50 parts by weight, per 100 parts by weight of the compound having one or more ethylenteally unsaturated 
double bonds. 

[Polymerization Inhibitor] 

[0093] In forming the photo- or heat-polymerfzable negative working photosensitive layer which Is an especially pre- 
ferred photosensitive layer for use in the negative working photosensitive lithographic printing plate of the present 
invention, ft is desirable to add a small amount of a heat polymerization inhibitor In order to Inhibit the compound having 
one or more, pcJyrnerizabie, ethytenically unsaturated double bonds from undergoing unnecessary heat polymerization 
during the production or storage of a negative working photosensitive composition. Appropriate examples of the heat 
polymerization inhtoftor include hydroquinone, p-methoxyphenol, di-t-butyl-p-cresol, pyrogallol, MMitytcatechol, ben- 
zoquinone, 4,4'-miobte(3HTiethyl^t-butyiphertoO. 2^^etrrytenebis(4^etriyl^t-buty[pheno0, and N-nltrosophenyt- 
hydraxylamine cerium salt The heat polymerization inhibitor Is added In an amount of preferably about from 0.01 to 
5% by weight based on the nonvolatile ingredients contained in the whole composition. Furthermore, a technique for 
preventing polymerization inhibition caused by oxygen may be used according to need which comprises adding a 
higher fatty add or derivative thereof, such as behenfc acid or behenamide, and causing the compound to be present 
in a higher concentration on the surface of the photosensitive layer during the drying of the layer after coating. The* 
amount of the higher fatty acid or derivative to be added is preferably about from OS to 1 0% by weight based on the 
nonvolatile ingredients contained In the whole composition. 

[Colorant] 

[0094] A dye or pigment may be added to the photosensitive layer in the negative working photosensitive lithographic 
printing plate of the present invention for the purpose of coloring the layer. By the addition of a dye or pigment, the 
printing plate made from the photosensitive lithographic printing plate can be Improved in suitability for plate Inspection, 
such as visibility and suitability for examination with an image density meter. Pigments are especially preferred colorants 
because many dyes reduce the sensitivity of the photopolymerizabie photosensitive layer. Examples of the colorant 
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Include pigments such as phthalocyanine pigments, azo pigments, carbon black, ami titanium oxide and dyes such as 
Ethyl Violet, Crystal Violet, azo dyes, anthraquinone dyes, and cyanlne dyes. The amount of such dyes and pigments 
to be added is preferably about from 03 to 5% by weight based on the nonvolatile Ingredients contained In the whole 
composition. 

[Other Additives) 

[0095] Other well-known additives may be further added in order to Improve the properties of the cured film. Examples 
thereof include inorganic fillers, plastkazers, and Ink receptivity agents capable of Improving the Ink receptivity of the 
photosensitive-layer surface. 

[OOSSJ Examples of the ptastf dzers Include dloctyi phthalate, dWodecyl phthatate, tri ethylene glycol dicaprylate, dime- 
thyl glycol phthalate, tricrscyl phosphate, dioctyl adipate, dibutyl sebacate, and Uiacetytglycerol. Such plasfitizers may 
be added in an amount of generally not more than 1 0% by weight based on the sum of the polymeric binder and the 
addltnn-poryrnerizable compound. 

[0097] For the purpose of Improving film strength (printing durability), which will be described later, an additive such 
as a UV initiator or heat<rossflnkrng agent may be added in order to heighten the effect of heating/exposure after 
development. 

[0098] In a method for forming the photosensitive layer, a photopofymerizable composition comprising the ingredients 
for the photosensitive layer is dissolved in any of various organic solvents and the resulting coating solution is applied 
to the interiayer which will be described later. Examples of the solvent used here include acetone, methyl ethyl ketone, 
cydohexane, ethyl acetate, ethylene dlchlortde, tetrarrydrofuran, toluene, ethylene glycol monomethyl ether, ethylene 
glycol monoethyl ether, ethylene glycol dimethyl ether, propylene glycol monomethyl ether, propylene glycol monoethyl 
ether, acetylacetone, cyclohexanone, dl acetone alcohol, ethylene glycol monomethyl ether acetate, ethylene glycol 
ethyl ether acetate, ethylene glycol monoisopropy! ether, ethylene glycol monobutyl ether acetate, 3-methoxypropanol, 
methoxymemoxyethanol, di ethylene glycol monomethyl ether, di ethylene glycol monoethyl ether, diethyl ene glycol 
dimethyl ether, diethylene glycol diethyl ether, propylene glycol monomethyl ether acetate, propylene glycol monoethyl 
ether acetate, 3-mothoxypropyl acetate, N. N-dlmethylformamide, dimethyl sulfoxide, rbutyroJactone, methyl lactate, 
and ethyl lactate. These solvents can be used alone or as a mixture of two or more thereof. An appropriate range of 
the solid concentration in the coating solution is from 2 to 50% by weight 

[00991 The covering amount (i.e., the coating amount) of the coating solution for forming the photosensitive layer 
mainly influences the sensitivity and developabiiity of the photosensitive layer and the strength and printing durability 
of the film obtained through exposure. It is therefore desirable to select a suitable covering amount according to the 
Intended use of the photosensitive printing plate. If the covering amount thereof Is too low, printing durability is insuf- 
ficient. On the other hand, too high covering amounts thereof are undesirable In that the photosensitive layer has 
reduced sensitivity and necessitates much time for exposure and, In addition, the development thereof requires a longer 
time period. In the case where the negative working photosensitive lithographfc printing plate is one intended to be 
subjected to scanning exposure, which Is a major purpose of the present Invention, the covering amount of the coating 
solution for forming the photosensitive layer Is preferably about from 0.1 to 10 g/m 2 , more preferably from 0.5 to 5 gf 
m 2 , on a dry basis. 

(Support] 

[0100] Conventionally well-known hydrophilic supports for use In negative working photosensitive lithographic print- 
ing prates can be used without particular limitations as the support of the negative working photosensitive lithographic 
printing plate of the present invention. It is preferred to use a plate-shaped substrate which is dimensionaJry stable. 
Examples thereof include papers, papers laminated with a plastic (e.g., polyethylene, polypropylene, or polystyrene), 
sheets of metals (e.g., aluminum, zinc, and copper) , films of plastics (e.g., cellulose aiacetate, cellulose triacetate, 
cellulose propionate, cellulose butyrate, cellulose acetate butyrate, cellulose nitrate, poly (ethylene terephthalate) , / 
polyethylene, polystyrene, polypropylene, polycarbonates, and pofy(vinyl acetal). and papers or plastic firms coated 
with any of those metals by laminating or vapor deposition. A surface of such substrates may be subjected to appro- 
priate, well-known, physical or chemical treatments for the purpose of imparting hydrophiKctty, improving strength, etc. 
according to need. 

[0101] Especially preferred examples of the substrate include papers, polyester films, and aluminum sheets. More 
preferred of these are aluminum sheets because they have satisfactory dimensional stability, are relatively inexpensive, 
and can be made to have a surface excellent in hydrophilicrty and strength through appropriate surface treatments 
according to need. Also preferred is a composite sheet comprising a poly (ethylene terephthalate) film and an aluminum 
sheet bonded thereto, such as that described in JP-B-48-1 8327. 

[01 02] The term "aluminum sheer as used heroin means ametaUic sheet comprising aluminum as a major component 
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and having dimensional stability. The aluminum sheet is selected from sheets of pure aluminum, sheets of an alloy of 
aluminum as the main component with a small amount of one or more foreign elements, and plastic films or papers 
coated with aluminum (or an aluminum alloy) by laminating or vapor deposition. 

pi 09] In the following explanations, the aforementioned substrates comprising aluminum or an aluminum alloy are 
5 Inclusively referred to as aluminum supports. Examples of elements other than aluminum which are contained in the 
aluminum aDoy include silicon, iron, manganese, copper, magnesium, chromium, zinc, bismuth, nickel, and titanium. 
The content of such foreign elements in the aluminum alloy is not more than 1 0% by weight Although a sheet of pure 
aluminum is preferred in the present invention, an aluminum sheet containing a slight amount of non-aluminum ele- 
ments may be used because completely pure aluminum Is difficult to produce by the current refining technology. As 
io described above, the aluminum sheet to be used in the present invention is not limited in composition . It can be suitably 
selected from sheets of conventionally well-known aluminum materials such as, JIS A 1 050, JIS A 1 1 00, JIS A 31 03, 
and JIS A 3005. The thickness of the aluminum substrate to be used in the present invention is about from 0.1 to 0.6 
mm. This thickness can be suitably varied according to the size of the printing machine to be used, the size of the 
intended printing plate, and the desire of the user, the aluminum substrate may be suitably subjected according to 
is need, to the surface treatments which will be described below. It may, of course, be used without any surface treatment 

[Surface-roughening Treatment] 

[0104] Examples of surface-roughening treatments Include mechanical surface roughening, chemical etching, and 
so electrolytic graining such as those disclosed In JP-A-56-28893. Also usable are an electrochemical surface-roughening 
method In which the aluminum surface is electrochemical )y roughened in an electrolytic solution of hydrochloric acid 
or nitric acid and mechanical surface-roughening methods such as the wire brush graining method in which the alu- 
minum surface Is scratched wtth a metal wire, the ball graining method In which the aluminum surface Is grained wfth 
abrasive spheres and an abrasive material, and the brush graining method in which the aluminum surface is roughened 
25 W ith a nylon brush and an abrasive material. These surface-roughening methods may be used alone or In combination 
of two or more thereof. 

[0105) Of those methods, the electrochemical method in which the aluminum surface is chemically roughened in an 
electrolytic solution of hydrochloric acid or nitric add Is useful for surface roughening. The quantity of electricity applied 
to the substrate at the anode Is in the range of from 60 to 400 C/dm 2 . More specfficalty, it b preferred to conduct AC 
so and/or DC electrolysis in an electrolytic solution containing 0.1 to 50% hydrochloric acid or nitric acid under the con- 
dittons of a ternperature of from 20 to eorc, an electrolysis time of from 1 second to 30 minutes, and a current density 
of from 100 to 400 C/dm?. 

[0106] The aluminum substrate which has undergone such a surface-roughening treatment may be chemically 
etched with an acid or alkali. Examples of etching agents suitable for this etching include caustic soda, sodium car- 

35 bonate, sodium aJurrdnate, sodium metasllicate, sodium phosphate, potassium hydroxide, and Bthium hydroxide. The 
preferred ranges of concentration and temperature are from 1 to 50% and from 20 to 100°C, respectively. After the 
etching, pidding is conducted in order to remove the smut remaining on the surface. Examples of acids which can be 
used for this pickling include nitric acid, sulfuric add, phosphoric acid, chromic add, hydrofluoric add, and borofluoric 
add. Preferred examples of methods for smut removal especially after the electrochemical surface-roughening treat- 

40 merit include the method in which the substrate surface is brought into contad with 15 to 65% by weight sulfuric acid 
at a ternperature of from 50 to 90°C as described in JP-A-53-12739 and the method in which me substrate surface is 
alkali-etched as described in JP-&48-28123. 

[01 07] Methods and conditions for the surface-roughening treatment and post-treatments are not particularly limited 
as long as the roughened surface of the substrate thus treated has a center-line average surface roughness Ra (defined 
45 in JIS B0801) of from 02 to 0.5 urn. 

[Anodizatton Treatment] 

[0108] The aluminum substrate thus treated, which has an oxide layer formed thereon, is subjected to an anodization 
50 treatment In this anodization treatment, an aqueous solution of sulfuric add, phosphoric add, oxalic add, or boric 
add/sodium borate or a combination of two or more of solutions of these is used as the main component of an electrolytic 
bath. This electrolytic solution may, of course, contain at least the ingredients usually contained In the aluminum alloy 
sheet, an electrode, tap water, underground water, etc. The electrolytic solution may further contain second and third 
ingredients added thereto. Examples of the second and third ingredients include cations such as ions of metals such 
55 as Ma, K, Mg, U, Ca, U, Al, V, Cr, Mn, Fe, Co, Ni, Cu, and Zn and ammonium Ions and anions such as nitrate Ions, 
carbonate ions, chlorine ions, phosphate ions, fluorine ions, sulfite ions, tftanata ions, silicate ions, and borate Ions. 
The concentration of such tons In the electrolytic solution may be about from 0 to 1 0,000 pom. There are no particular 
limitations on the conditions for the anodization treatment. However, the treatment is preferably conducted by DC or 
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AC etectretysb under the conditions of a concentration of from 30 to 500 g/L, a treallftg-Uquld tem p er att ire of from 10 
to 70°C, and a current density of from 0.1 to 40 A/m 2 . The thickness of the anodic oxidation layer (or fibn)thus formed 
by anodizatfon is from 0.5 to 1 .5 pm, preferably from 0.5 to 1 .0 jim. 

[0109] Conditions for the anodizatlon treatment should be selected so that the anodic oxidation layer formed on the 
5 suttotiulw thus treated has micropores having a diameter of from 5 to 10rmi andaporedensfiyof frorn8»10 1s to2»10 16 
pores per m2. 

(01 10] For hydrophillzJng the substrate surface, various well-known methods can be used. In an especially preferred 
treatment, the substrate surface Is rtydroprtifized with a silicate, polyviriyiphosphonic acid, or the tike. A film is formed 
in an amount of generally from 2 to 40 mo/m*. more preferably from 4 to 30 mo^m* in terms of silicon or phosphorus 
10 amount 

[0111 J The amount of the film deposfted (or coated) can be determined by fluorescent X-ray spectroscopy. 
[0112] The rtyd/ophilizing treatment described above can be accomplished by immersing the aluminum substrate 
having an anodic oxidation layer in an aqueous alkali metal silicate or polyvlnylphosphonic add solution having a 
concentration of from 1 to 30% by weight, preferably from 2 to 16% by weight, andapH at2S°Cof from 10 to 13. The 

is immersion is conducted, for example, at a temperature of from 15 to BO°C for from 0.5 to 120 seconds. 

[Q1 13] Examples of the alkali metal silicate used in the hydrophilizi ng treatment Include sodium silicate, potassium 
silicate, and Othlum si Bcate. A hydroxide may be used for heightening the pH of the aqueous alkali metal silicate solution, 
and examples thereof Include sodium hydroxide, potassium hydroxide, and lithium hydroxide. 
[0114] A salt of an alkaline earth metal or a salt of a Group IVB metal may be incorporated Into the treating sotution. 

20 Examples of the salt of an alkaline earth metal include water-soluble salts such as nitrates, e.g., calcium nitrate, stron- 
tium nitrate, magnesium nitrate, and barium nitrate, sulfates, hydrochlorides, phosphates, acetates, oxalates, and bo- 
rates. Examples of the salt of a Group IVB metal Include titanium tetrachloride, titanium trichloride, potassium fluoroti- 
tanate, titanium potassium oxalate, titanium sulfate, titanium tetraJodde, zirconium chloride oxide, zirconium dioxide, 
zirconium oxychioride, and zirconium tetrachloride. 

25 [0115] Such alkaline earth metal salts and Group IVB metal salts can be used alone or In combination of two or more 
thereof . The amount of such metal salts to be added is preferably from 0.01 to 1 0% by weight, more preferably from 
0.05 to 5.0% by weight 

[0116] Silicate etetrooeposffion such as that described in U.S. Patent 3,658,682 is also effective . Furthermore, a 
surface treatment comprising a combination of the electrolytic graining disclosed In JP-B-46-27481 , JP-A^52-58602, 
so or JP-A-52-30503 with the anodizatlon treatment and hydrophilizing treatment described above is also effective in 
preparing a substrate. 

[Interiayer] 

35 [0117] An interiayer may be formed In the negative working photosensitive lithographic printing plate of the present 
invention for the purposes of improving adhesion between the photosensitive layer and the substrate and improving 
staining properties. Examples of the interiayer include those described In JP-B-50-7481, JP-A-54-72104, JP-A- 
59-101651, JP-A-60-149491, JP-A-60-232998, JP-A-3-561 77, JP-A-4-2B2637, JP-A-5-1 6558, JP-A-5-246171 , JP-A- 
7-159983, JP-A-7-314937, JP-A-8-202025, JP-A-8-320551 , JP-A-9-34104, JP-A-9-236911, JP-A-9-269593, JP-A- 

40 1 0-69092, JP-A-1 0-1 1 6931 , JP-A-1 0-1 61 31 7, JP-A-1 0-260536, J P-A- 10-282682, JP-A-1 1 -64674, JP-A-1 0-69092, JP- 
A-10-115931, JP-A-11-38635, JP-A-1 1-38629, JP-A-1 0-282645, JP-A-1 0301262, JP-A-1 1-24277. JP-A-1 1-1 09841, 
JP-A-1 0-31 9600, JP-A-1 1-64674, JP-A-1 1-3271 52, JP-A-2000-10292, JP-A-200O-235254, JP-A-200f>352824 and 
BP 1091251 A2. 

45 [Protective Layer] 

[01 18] in the negative working photosensitive lithographic printing plate having a photo- or heat-polymerizable neg- 
ative working photosensitive layer, which is a preferred embodiment of the present invention, it Is generally preferred / 
to form a protective layer on the photosensitive layer since the photosensitive printing plate is exposed in the air. The 

so protective layer prevents the low-molecular compounds such as oxygen and basic substances present in the air, which 
inhfoft an Image-forming reaction induced In the photosensitive layer by exposure, from coming Into the photosensitive 
layer to thereby enable exposure to be conducted In the air. Consequently, the properties which the protective layer is 
desired to have are: low permeability to low-molecular compounds Including oxygen; the property of not substantially 
inhibiting transmission of the light to be used for exposure; excellent adhesion to the photosensitive layer; and the 

55 ability to be easily removed in a development step after exposure. Various means for imparting such properties to a 
protective layer have conventionally been taken, and are described In detail in U.S. Patent 3,456,311 and JP-A- 
55-49729. Preferred examples of materials usable for forming the protective layer Include water-soluble polymeric 
compounds having relatively high crystaflin&y. Specific well-known examples thereof Include poty(vinyl alcohol), pory- 
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vtnytpyrroDdone, acid cellulose derivatives, gelatins, gum arable, and poty{actytte add). However, use of a pofy(vinyl 
alcohol), among these potymers, as the main component gives moat satisfactory results with respect to basic properties 
including oxygen barrier properties and removability by deveJopment The poty{vtnyl alcohol) to be used in the protective 
layer may be one partly substituted with an ester, ether, and acetal, as long as it contains unsubstituted vinyl alcohol 
units, which gives the necessary oxygen barrier properties and water sotubQfty. For the same reason, a poly (vinyl 
alcohol) composed of units partly derived from one or more comonomers may be used. Examples of the poiy(vtnyt 
alcohol) include ones which have a degree of hydrolysis of from 71 to 100% and a polymerization degree of from 300 
to 2,400. Specific examples thereof include PVA-105, PVA-110, PVA-117, PVA-117H, PVA-120, PVA-124, PVA-124H. 
PVA-CS, PVA-CST, PVA-HC, PVA-203, PVA-204, PVA-205, PVA-21 0, PVA-21 7, PVA-220, PVA-224, PVA-21 TEE, PVA- 
21 7E, PVA-220E, PVA-224E, PVA-405, PVA-420, PVA-613, and L-8, an manufactured by Kuraray Co., Ltd. 
[011 9] Not only oxygen barrier properties and removability by development but also fogging, adhesion, and scratch 
resistance are taken in account in selecting ingredients for the protective layer (kind of PVA and use of additives), the 
amount of the layer to be formed by coating, etc. In general, a protective layer containing a PVA with a higher degree 
of hydrolysis (a higher content of unsubstituted vinyl alcohol units) and having a larger thickness has higher oxygen 
barrier properties and is advantageous in sensitivity. However, excessively enhanced oxygen barrier properties pose 
problems that an unnecessary polymerization reaction occurs during production or storage before exposure, and that 
imagewise exposure results in unnecessary fogging or line with enlargement. Furthermore, adhesion to the image 
areas and sctatch resistance also are extremely important for plate handling. Specifically, when a hydrophiiic layer 
comprising a water-soluble polymer is superposed on the oleophilic photosensitive layer, then the hydrophiiic layer is 
easily peeled off due to Its insufficient adhesive strength and the peeling parts of the photosensitive layer cause defects 
such as curing failures due to polymerization Inhibition by oxygen. For Improving adhesion between the two layers so 
as to eliminate these problems , various proposals have been made. For example, U.S. Patent 4,072,527 describes 
a technique for obtaining sufficient adhesion which comprises mixing a hydrophiiic polymer consisting mainly of a poly 
(vinyl alcohol) with from 20 to 60% by weight of acrylic emulsion or water-insoluble vinylpyrroUdone/vinyl acetate co- 
polymer, and superposing the mixture on a photosensitive layer. Any of such well-known techniques can be applied 
to the protective layer in the present invention. Such methods for forming a protective layer by coating are described 
in detail In, e.g., U.S. Patent 3,458,311 and JP-A-55-49729. 

[0120] In a process for making a lithographic printing plate from the negative working photosensitive limographx 
printing plate of the present invention, the plate may be wholly heated according to need before and during exposure 
and during the period of from the exposure to development This heating accelerates an imago-forming reaction in the 
photosensitive layer to bring about advantages of improved sensitivfty, improved printing durability, and stabilized sen- 
sitivity Furthermore, the technique in which the image formed through development is wholly subjected to post-heating 
or exposure Is effective in improving Image area strength and printing durability. It is generally preferred that the heating 
before development be conducted under such mild conditions that the plate is heated at 150°C or lower. Too high 
temperatures pose problems, for example, that the nontmage areas are fogged. Exceedingly severe conditions are 
used for the heating after development. Usually, this heating is conducted at a temperature In the range of from 200 
to 500°C. Too low temperatures are Ineffective in sufficiently heightening the image area strength, whDe too high tem- 
peratures pose problems of deterioration of the support and pyrofysis of the image areas. 

[0121] For exposing the negative working photosensitive lithographic printing plate of the present invention, well- 
known methods can be used without particular limitations. It is desirable to use a light source which emits a light having 
a wavelength of from 300 to 1 ,200 nm. Preferred examples of the light source include various lasers. The mechanism 
of exposure may be any of the internal drum exposure, external drum exposure, flat bed exposure, and the like. A 
highly water-soluble ingredient may be used as a component of the photosensitive layer In the negative working pho- 
tosensitive lithographic printing plate of the present invention, whereby the photosensitive layer can be made soluble 
in neutral water and weakly alkaline water. A negative working photosensitive lithographic printing plate having this 
constitution can be used also in such a manner that it is attached to a printing machine and subjected to on-press 
exposure and development. 

[01 22] Other examples of the Oght source for use in exposing the negative working photosensitive lithographic printing/ 
plate of the present Invention Include uttrahigh-pressure, high-pressure, medium-pressure, and tow-pressure mercury 
lamps, chemical lamps, carbon arc lamps, xenon tamps, metal haiide lamps, various laser lamps emitting visible or 
ultraviolet Oght, fluorescent lamps, tungsten lamps, and sunlight. 

[0123] The negative working photosensitive lithographic printing plate of the present invention is developed after 
exposure. 

[0124] An aqueous alkali solution having a pH of 14 or lower is an especially preferred developing solution for use 
in the development More preferred is an aqueous alkali solution having a pH of from 8 to 12 and containing an anionic 
surfactant. Examples of the alkali Include inorganic alkalis such as sodium tertiary phosphate, potassium tertiary phos- 
phate, ammonium tertiary phosphate, sodium secondary phosphate, potassium secondary phosphate, ammonium 
secondary phosphate, sodium carbonate, potassium carbonate, ammonium carbonate, sodium hydrogen carbonate, 
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potassium hydrogen carbonate, ammonium hydrogen carbonate, sodium borate, potassium borate, ammonium borate, 
sotium hydroxide, ammonium hydroxide, potassium hydroxide, and Gthium hydroxide. Also usable are organic alkalis 
such as monomethyiamine, dlmethytamlne, trirnetnytamlne, monoethylamfne, cfiethylamfne, trtethylamlne, monoiso- 
propylamina, alisopropytamine, triisopropylami no, n-butytamine, monoethanolamine, dtethanotamine, trlethanolamlne, 
monobopropanotamlne, dQsopropanolamlne, ethyfeneimine, ethytenediami rte, and pyridine. 
[0125] Those alkalis may be used alone or in combination of two or more thereof. 

[01 26] An anionic surfactant is preferably added to the developing solution for use in developing the negative working 
photosensitive lithographic printing plate of the present invention in an amount of generally from 1 to 20% by weight, 
preferably from 3 to 1 0% by weight. Too email amounts thereof result in Impaired deveJopabinty, while too large amounts 
thereof produce disadvantageous influences such as the deterioration of the image areas In strength, e.g., wearing 
resistance. 

[0127] Examples of the anionic surfactant include sodium lauryt alcohol sulfate, ammonium bury! alcohol sulfate, 
sodium octyt alcohol sulfate, salts of alkylarytsulfonlc adds, such as sodium Isopropytnaphthalenesutfonate, sodium 
isobutytriaphthalenesulfonate, the sodium salt of polyoxyethytene glycol mononaphthyl ether sulfate, sodium dodecyJ- 
benzenesuifonate, and sodium m-nitrobenzenesulfonate, sulfuric acid esters of higher alcohols having 8 to 22 carbon 
atoms, such as dis odium alkyf sulfates, phosphoric add esters of aliphatic alcohols, such as sodium cetyl alcohol 
phosphate, alkylamlde sulfonic add salts such as C 17 Hg4CON (CH3)CH 2 CH 2 S0 3 Na, and sulfonic add salts of dibasic 
aliphatic ester, such as sodium dloctyl sulfosucdnate and sodium dlhexyl suff ©succinate. 

[0128] A sQghtfy water-misdble organic solvent, e.g., benzyl alcohol, can be added to the developing solution ac- 
cording to need. Suitable organic solvents have a solubility in water of about 10% by weight or tower. Preferably, an 
appropriate organic solvent is selected from ones having a solubility in water of 5% by weight or lower. Examples 
thereof include 1 -phenylethano), 2-phenytethanol, 3-phenyfpropanol, 1 ,4-phenylbutano), 2,2-phenyibutanol, 1,2-phe- 
noxyethanol, 2-benzyfoxyethanol, o-methoxybenzyl alcohol, m-methoxybenzy! alcohol, p-methoxybenzyl alcohol, ben- 
zyl alcohol, cydohexanol, 2-methytcydohexanol, 4-metrrytcyciohexanol, and 3-motrrytcydohexanoL The content of 
such an organic solvent is preferably from 1 to 5% by weight based on the total amount of the developing solution in 
use. The amount of the organic solvent to be used is doseiy related to the amount of the surfactant to be used. It is 
preferred to increase the amount of the anionic surfactant as the amount of the organic solvent increases. This is 
because if a large amount of an organic solvent is added to a developing solution containing a small amount of an 
anionic surfactant, the organic solvent parity remains unabsolved, making it Impossble to expect satisfactory devei- 
opability. 

[0129] Additives such as an antifoamer and a hard-water softener can be further added according to need. Examples 
of the hard-water softener indude poryphosphoric add salts such as Na^Oy, Na 5 P 3 0 3 , Na 3 P 3 0 9 , Na^PtNaOjP) 
POjNa, and Calgon (sodium potymetaphosphate); aminopofycarboxylic acids and derivatives thereof, such as ethyl- 
enediam inetetraacetic acid and potassium salts and sodium salts thereof, dtethytenemaminepentaacetJc add and po- 
tassium sans and sodium salts thereof, triethylen etetramJ n ch exaacetic add and potassium salts and sodium salts 
thereof, hydroxyeUiytethyten ediam inotriacotic add and potassium salts and sodium salts thereof, nitrilotriacetic add 
and potassium salts and sodium salts thereof, 1 ^-diamlnocydohexanetetraacetic add and potassium salts and sodium 
salts thereof, and 1 ,3-diamino-2-propanoltetraacetic acid and potassium salts and sodium salts thereof; and organic 
phosphorite adds and derivatives thereof, such as 2-phospttooo-i ,2,4^utanetrkxut>oxylic add and potassium salts 
and sodium salts thereof, 2-phosphono-2,3,4^utanetrtcarboxylic add and potassium salts and sodium salts thereof, 
1 -phosphono-1 ,2,2-ethajietnearboxyiic add and potassium salts and sodium salts thereof, 1-hydroxyemane-1,1-di' 
phosphonfc add and potassium salts and sodium salts thereof, and aminotri(methytenephosphonic add) and potassium 
sails and sodium salts thereof . The optimal amount of such a hard-water softener to be added varies depending on 
the hardness and amount of the hard water used. In general, however, a hard-water softener may be incorporated into 
the developing solution at use in en amount of from 0.01 to 5% by weight preferably from 0.01 to 0.5% by weight 
[0130] In the case where an automatic processor is used in developing the negative working photosensitive litho- 
graphic printing plate, the developing solution fatigues according to the amount of printing prates processed. In this 
case, the processing ability may be recovered with a replenish er or a fresh developing solution. This replenishment is ' 
preferably conducted by the method described in U.S. Patent 4,882,246. 

[0131] Also preferred are the developing solutions described in JP-A-50-26601 , JP-A-58-54341 , JP-B-68-39464, 
JP-B-56-42860, and JP-6-67-7427. 

[01 32] The negative working photosensitive lithographic printing plate thus developed is post-treated with washing 
water, a rinsing solution containing a surfactant etc., and a desensitizing solution containing gum arable, a starch 
derivative, etc., in the manner described, e.g., in JP-A-54-80G2, JP-A-5&-1 15046, or JP-A-69-68431. Vanoes combi- 
nations of these treatments can be used for the post-treatment of the negative working photosensitive lithographic 
printing plate of the present invention. 

[0133] The lithographic printing plate obtained through such treatments is mounted on an offset press and used to 
pint many sheets. 
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[0134] A plate cleaner may be used for removing stains present on the printing plate during printing. As the deaner 
is used a conventionally well-known plate deaner for PS plates. Examples thereof include CL-1 , CL-2, CP, CN4, Ol, 
CG-1 , PC-1 , SR, and IC (all manufactured by Fuji Photo Rm Co., Ltd.). 

s EXAMPLE 

[0135] The present Invention will be explained below In more detaO by reference to the following Examples, but the 
present invention should not be construed as being limited thereto. 

10 SYNTHESIS EXAMPLE 1 

[0138] To acetone (1,000 mL) were added cis-1 ^-c^ctohexanedjcaiboxylic anhydride (308.3 g), 24iydroxyethyl 
methacrylate (273.3 g), and 4-dmethylamlno pyridine (4.9 g). This mixture was heated with reflux! ng for 5 hours, and 
the acetone was distilled off under reduced pressure. Thereafter, 1 N hydrochloric add (500 mL) and ethyl acetate 

is (2,000 mL) were added to the residue to extract it The resulting organic phase was washed twice with saturated 
aqueous sodium chloride solution (500 mL), and anhydrous magnesium sulfate (1 00 g) was then added thereto. This 
mixture was allowed to stand for 1 hour to dehydrate the organic phase. Subsequently, the magnesium sulfate was 
removed by filtration and the ethyl acetate was distilled off under reduced pressure to obtain a white solid. The solid 
was pulverized and then added to water (2,000 mL). After this mixture was stirred for 2 hours, the particles were taken 

20 out by filtration and dried. As a result, 242^metrtacrytoy1oxy)ethoxy<ajt>o cadd was obtained 

as a white solid (518.9 g). 

SYNTHESIS EXAMPLE 2 

<& [01 37) A solution of aOyl methacrylate (35.8 g), the 2^2^methacryloytoxy)ethoxyc8Jbo ac- 
id (33.0 g) obtained in Synthesis Example 1 , and 2^«obis(2,4-dimetriyfvaJeronltrUe) (0.99 g) added in propylene 
glycol monom ethyl ether (310 g) was added dropwise to propylene glycol monomethyl ether (310°C) at 70°C over 2.5 
hours in a nitrogen stream. After completion of the addition, the resulting mixture was stirred at 70°C for further 2 hours 
and then allowed to cool. This solution was poured Into water (4,000 mL) kept being vigorously agftated, and the 

so resulting mixture was stirred for further 1 hour. The white particles thus precipitated were taken out by filtration and 
dried. As a result, the binder polymer (P-1) (66.8 g) shown In Table 1 was obtained. The weight-average molecular 
weight of this polymer was measured by gel permeation chromatography and found to be 46,000 aa calculated In terms 
of polystyrene. This polymer had an add value of 1 .72 meo/g. 

[0138] In the same manner, the binder polymers (P-2) to (P-30) shown In Tables 1 and 2 were obtained. 
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EXAMPLES 1 TO 20 AND COMPARATIVE EXAMPLES 1 TO 3 

10139] Negative working photosensitive lithographic printing plates were produced and evaluated for printing per- 
formances In the following manners. The results obtained are shown In Table 3. 

45 [Production of Support] 

[0140] A JJS A 1050 aluminum sheet having a thickness of 0.24 mm and a width of 1030 mm was continuously 
treated in the following manner. 

50 (a) An existing mechanically surface-roughening apparatus was used to mechanically roughen a surface of the 

aluminum sheet with rotating nylon brush rollers while supplying a suspension of an abrasive material (purmice) 
having a specific gravity of 1 .1 2 in water as an abrasive slurry to the aluminum sheet surface. The abrasive material 
had an average particle diameter of from 40 to 45 urn and a maximum diameter of 200 um The nylon brushes 
were made of nyton-6,10 and had a bristle length of 50 mm and a brtstte diameter of 0.3 mm. Three rotating brush 

» rollers were used which each comprised a perforated stainless-steel cylinder having a diameter of 300 mm and 

bundles of such nylon bristles densely attached thereto by filling them Into the perforations. The apparatus had 
under the brush rollers two supporting rollers (diameter, 200 mm) apart from each other at a distance of 300 mm. 
The brush rollers were pressed against the aluminum sheet in such a degree that the load imposed on the driving 
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motor rotating the brush rollers Increased to a value higher by 7kW than that as measured before the brush rollers 
were pressed against the aluminum sheet. The direction of rotation of the brush rollers was the same as the 
direction of running of the aluminum sheet, and the rotational speed thereof was 200 rpm. 

(b) The aluminum sheet was etched by spraying with an etching solution having a caustic soda concentration of 

5 2.6% by weight and an aluminum ton concentration of 65% by weight at a temperature of 70°C to dissolve away 
• a surface layer of the aluminum sheet in an amount of 1 3 g/m 2 . Thereafter, the aluminum sheet was washed win 

water by spraying. 

(c) The aluminum sheet was subjected to a de-smutting treatment by spraying with an aqueous solution having a 
nitric acid concentration of 1 % by weight (containing 0.5% by weight of aluminum ions) and a temperature of 30°C. 

io Thereafter, the aluminum sheet was washed with water by spraying. The aqueous nitric acid solution used for the 

de-smutting was a waste liquid resulting from the step of electrochemical surface roughening with an alternating 
current in an aqueous nitric acid solution. 

(d) A 60 Hz AC voltage was used to continuously conduct an electrochemical surface-roughening treatment The 
electrolytic solution used was 1% by weight aqueous nitric acid solution (containing 05% by weight of aluminum 

15 ions and 0.007% by weight of ammonium ions) having a temperature of 40°C. The AC power source used was 

one providing a trapezoidal rectangular wave alternating current wherein the TP, which is the time required for the 
current value to Increase from zero to a peak, was 2 msec and the duty ratio was 1:1. A carbon electrode was 
used as a counter electrode to conduct the electrochemical surface-roughening treatment using ferrite as an aux- 
iliary anode. The current density was 30 A/dm? in terms of peak value, and the quantity of electricity was 255 C/ 

20 cm 2 in terms of the sum of electricity at the time when the aluminum sheet was functioning as an anode. To the 

auxiliary anode was supplied 5% of the current flowing from the power source. After this surface-roughening treat- 
ment, the aluminum sheet was washed with water by spraying. 

(e) The aluminum sheet was etched by spraying with an etching solution having a caustic soda concentration of 
26% by weight and an aluminum ion concentration of 6.5% by weight at 32°C to dissolve away a surface layer of 

25 the aluminum sheet in an amount of 0.2 g/m 2 . Thus, the smut ingredients consisting mainly of aluminum hydroxide 

yielded by the preceding step of electrochemical surface roughening with an alternating current were removed 
and, simultaneously therewith, the edges of the pits formed were paltry dissolved away and rounded to be smooth. 
Thereafter, the aluminum sheet was washed with water by spraying. 

(f) The aluminum sheet was subjected to a de-smutting treatment by spraying with an aqueous solution having a 
30 sulfuric acid concentration of 25% by weight (containing 0.5% by weight aluminum ions) and a temperature of 

60°C. Thereafter, the aluminum sheet was washed wftti water by spraying. 

(g) An existing anodizing apparatus based on the two-stage-feed electrolytic processing method (lengths of first 
and second electrolysis zones, 6 m each; length of first feed zone, 3 m; length of second feed zone, 3 m; lengths 
of first and second feeder electrodes, 2.4 m each) was used to conduct an anodization treatment under the con- 

6 dmons of a sulfuric acid concentration In the electrolysis zones of 170 g/L (containing 0.5% by weight aluminum 
ions) and a temperature of 38°C. Thereafter, the aluminum sheet was washed with water by spraying, in this 
anodizing apparatus, a current supplied from a power source flowed to a first feeder electrode disposed In the first 
feed zone and then to the aluminum sheet through the electrolytic solution to form an oxide film on the surface of 
the aluminum sheet In the first electrolysis zone. The current then passed through an electrolysis electrode dis- 

40 posed in the first feed zone and returned to the power source. On the other hand, another current supplied from 

the power source flowed to a second feeder electrode disposed in the second feed zone and likewise to the alu- 
minum sheet through the electrolytic solution to form an oxide film on the surface of the aluminum sheet In the 
second electrolysis zone. The quantity of electricity fed to the first feed zone from the power source was equal to 
that fed to the second feed zone from the power source. The current density in the surface of the oxide film In the 

<5 second feed zone was about 25 A/dm 2 . In the second feed zone, electricity was fed through the oxide film, which 

weighed 1.36 gfrn 2 . The amount of the oxide film finally obtained was 2.7 g/m 2 . The aluminum support obtained 
through the steps described above is referred to as [AS-1]. 

4 

[HydrophlDzing Treatment] 

50 

[0141] The aluminum support [AS-1] was treated with a silicate in order to enhance hydrophUkaty, required of the 
nonimage areas of a printing plate, in this treatment, the aluminum web was passed through a 1 .5% aqueous solution 
of #3 sodium silicate (I.e., disodium triplicate) kept at 70°C, in such a manner that the web/solution contact time was 
15 seconds. Thereafter, the web was washed with water. As a result silicon was deposited in an amount of 10 mg/ro* 
55 This support is referred to as [AS-2]. 
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[Formation of Interlayerj 

[0142] A liquid composition (sol) was prepared by the SG method in the following manner. The respective amounts 
of the following ingredients were weighed in a breaker. This mixture was stirred at 25°C for 20 minutes. 



Tetraethoxysilane 


38g 


3-Meth acrytoxypropyttrimethoxysflane 


13g 


85% Aqueous phosphoric acid solution 


12g 


Ion-exchanged water 


15g 


Methanol 


100 g 



[0143] The resulting solution was transferred to a three-necked flask. A reflux condenser was attached thereto, and 
this three-necked flask was partly Immersed In a room-temperature oil bath. The temperature of the oil bath was ele- 
vated to 50°C over 30 minutes while stirring the contents of the three-necked flask w&h a magnetic stirrer. The mixture 
was allowed to react for further 1 hour whDe keeping the bath temperature at 50°C. Thus, a liquid composftion (sol) 
was obtained. This sol was diluted with a methanoVethytene glycol (20/1 by weight) mixture to obtain a concentration 
of 0.5% by weight. The dilute sol was applied to the aluminum support [AS-1] with a whtrter and then dried at 100°C 
for 1 minute. Thus, a coated layer was formed in an amount of 3JS mg/m 2 . This coating amount was the amount of 
silicon element determined by fluorescent X-ray spectro sc opy. The support thus produced Is referred to as [AS-3J. 
[0144] Subsequently, a solution having the following composition was applied to the aluminum support [AS-2J w&h 
a wire-bar. The coating was dried with a hot-air drying oven at 90°C for 30 seconds. The amount of the coating was 
10 mg/m 2 on a dry basis. 



Copolymer of ethyl methacrylate and sodium 2-ecrytarnjdo-2-rnetriyi-1 -propan ©sulfonate 


(75:15 by 


0.1 g 


mof) 






2-Aminoethytphosphonte add 




0.1 g 


Methanol 




SOg 


Ion-exchanged water 




50g 



[0145] The support thus produced Is referred to as [A&-4]. 



[Formation of Photosensitive Layer] 



[01 46] A negative working photosensitive composition having the following makeup was applied to each of the alu- 
minum sheets thus treated, in the dry coating amount shown in Table 3. The coating was dried at 1 00°C for 1 minute 
to form a photosensitive layer. 



(Negative working Photosensitive Composition) 


Addttton-potymertzable compound (compound shown in Table 3) 


1.5g 


Binder polymer (compound shown in Table 1) 


2.0g 


Sensitizing dye (compound shown in Table 3) 


02 g 


PrtotDpolymerizaoon initiator (compound shown in Table 3) 


0.4 g 


Co-sensitizing dye (compound shown in Table 3) 


0.4 g 


Ruorine-based nonionic surfactant (Megafac F-177, manufactured by Oalnlppon Ink & Chemicals Inc.) 


0.03 g 


Heat-polymerization inhibitor (N^itrosophern/lhydroxylamine aluminum salt) 


0.01 g 


Coloring-pigment dispersion having the following composition 


2.0 g 


Methyl ethyl ketone 


20.0 g 


Propylene glycol monomethyt ether 


20.0 g 



(Composition of Colo ring-pigment Dispersion) 


Pigment Blue 15:6 

Alfyl methacrylate/m ethacryt fc acid copolymer (comonomer proportion, 60/20; weight-average 
molecular weight, 40,000) 


15 weight tparts 
10 weight parts 
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(continued) 



(Composition of Coloring-pigment Dispersion) 



Cydohexanone 

Methoxypropyl acetate 

Propylene glycol monomethyl ether 



15 weight parts 
20 weight parts 
40 weight parts 



[Formation of Protective Layer] 

[0147] A 3% by weight aqueous solution of a poly (vinyl alcohol) (degree of saponification, 08 mol%; degree of 
polymerization, 550) was applied to the photosensitive layer in an amount of 2 gfm 2 in terms of dry coating amount. 
The coating was dried at 1 00°C for 2 minutes. 

[Exposure of Negative working Photosensitive Lithographic Printing Plates] 

[0148] Using a FD-YAG (532 nm) laser exposure apparatus (plate setter Gutenberg, manufactured by Hidelberger). 
the negative working photosensitive lithographic printing plates thus obtained were subjected to solid-image exposure 
and dot Image exposure, which was conducted under the conditions of 2,540 dpi, 1 75 lines per Inch, and dot percents 
increasing from 1 to 99% by percents, while regulating the exposure power so as to result in an exposure energy 
density of 200 uJ/cm 2 as measured on the plate surface. 

[Development/Platemaking] 

[01 49] Into automatic processor FLP-813, manufactured by Fuji Photo Film Co., Ltd., were Introduced the developing 
solution shown in Table 3 and finisher FP-2W, manufactured by Fuji Photo Rm Co., Ltd. Each plate which had been 
exposed was developed under the conditions of a developing solution temperature of 30°C and a developing time of 
18 seconds. Thus, lithographic printing plates were obtained. 

[image Area Printing Durability Test] 

[0150] Printing machine R201 , manufactured by Roiland, was used together with Graph G (N), manufactured by 
Dainippon Ink & Chemicals Inc., as an Ink. The solid-image part of each printed matter was examined. The printing 
durability of the image areas was evaluated in terms of the number of printed sheets obtained by the time when the 
image began to be thinned. The larger the number, the better the printing durability. 

[Forced Dot Area Printing Durability Test] 

[0151] Printing machine R201, manufactured by Roiland, was used together with Graph G (N), manufactured by 
Dainippon Ink & Chemicals Inc., as an ink. At the time when 5,000 sheets had been printed since printing initiation, 
the dot areas were wiped with a printing sponge Impregnated with PS plate deaner CL-2, manufactured by Fuji Photo 
Film Co., Ltd., to remove the ink adherent to the plate surface. Thereafter, 10,000 sheets were printed, and the printed 
matters obtained were visually examined for slipping of image in the dot images. 

EXAMPLES 21 TP 30 AND COMPARATIVE EXAMPLES 4 TO 6 

[01 52] The negative working photosensitive lithographic printing plates shown in Table 4 were evaluated for perform- 
ances in the same manner as in Examples 1 to 20. 
[01 53] The compounds given In Tables 3 and 4 are as follows. 

[Addition-potymerizabie Compounds] 



M-1 : Perrtaerythrttol tetraacrytate (NK Ester A-TMMT, manuf actured by ShhvNakamura Chemical Co., Ltd.) 
M-2: Glycerol dlmethacrylate/h examethytene dOsocyanate une thane prepolymer (UA101A, manufactured by Kyoe- 
tsha Chemical Co., Ltd.) 

M-3: Dipentaarythritol acrylate (NK Ester A-9530, manuf acturedby Shin-Nakamura Chemical Co., Ltd.) 



[0154] 
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[Photopotyrrtertzation Initiator Materials In Tables 3 and 4] 
[0155] 




[Binder Polymers] 
[0156] 
PR-1: 

Airy I methacrylate (POC-1 yrnethacrytic add copolymer (comonomer proportion, 80/20 by mole) 
Add value determined by NaOH titration, 1.70 meo/g 
Weight-average molecular weight determined by GPC, 46,000 
PR-2: 
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Alryl methacrytate 

(POC-1 V2^2^methacryloyloxy)8thoxycajtx)rTyt]benzoc acid copolymer (comonomer proportion, 70/30 by mole) 
Add value determined by NaOH titration, 1 .72 meq/g 
Weight-average molecular weight determined by GPC, 95,000 

Alryl methai*ytaIe/3^2Kmethacry1 (comonomer proportion, 70/30 

by mole) 

Add value determined by NaOH titration, 1 .72 meq/g 
Weight-average molecular weight determined by GPC, 95,000 
PA-1: 

PoJyurethane resin which is a condensation polymer of the following dlisocyanates and diols 
4,4 > -Dipheny1methane dfisocyanate (MDI) 
Hexamethytene diisocyanate (HMDI) 

Polypropylene glycol; weight-average molecular weight, 1 ,000 (PPG 1000) 
2^-^riydroxymfithyOpropion'c acid (DM PA) 

Comonomer proportion (MDI/HMDI/PPG1 000/DMPA), 40/10/15/35 by mole 
Acid value determined by NaOH titration, 1 .05 meq/g 
Weight-average molecular weight determined by GPC, 45,000 
PA-2: 

Methyl metrtacrylate/acrylonttrfle/^ copolymer (comonomer proportion, 

37/30/33 by mole) 

Weight-average molecular weight determined by GPC, 49,000 
[Developing Solutions] 



D-1: 



[01 57] Aqueous solution of pH 1 0 having the following composition 



Monoethanolamlne 
Triethanolamine 



0.1 weight parts 
1 .5 weight parts 
4.0 weight parts 
2.5 weight parts 
0.2 weight parts 
91 .7 weight parts 



Compound of the following formula 1 
Compound of the following formula 2 
Compound of the following formula 3 
Water 



Formula 1: 




Na0 3 S 



Formula 2: 
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Formula 3 : 



Na0 2 C- 



-C0 2 Na 



NaOaC- 7 ^-CO z Na 



10 



15 



(0158] In formula 1 given above, R 14 represents a hydrogen atom or butyl group. 
D-2: 

[0159] Aqueous solution having the following composition 



1K potassium disflicato 


3.0 weight parts 


Potassium hydroxide 


1 .5 weight parts 


Compound of the formula 3 given above 


0.2 weight parts 


Water 


95.3 weight parts 



3D 



S3 
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EXAMPLES 31 TO 50 AND COMPARATIVE EXAMPLES 7 TO 9 



[Formation of Photosensitive Layer] 

[0160] The coating solution for photosensitive layer formation shown below was prepared and applied to the alumi- 
num support [AS-4] with a wire bar In the dry coating amount shown in Table S. The coating was dried with a hot-air 
drying oven at 115°C for 45 seconds to form a photosensitive layer. 



[Coating of Protective Layer] 

[0161] A 3% by weight aqueous solution of a poly (vinyl alcohol) (degree of saponification, 68 mor%; degree of 
polymerization, 550) was applied according to need to the photosensitive layer in an amount of 2 gfrn 2 in terms of dry 
coating amount. The coating was dried at 1 00°C for 2 minutes. 

[Exposure of Negative working Photosensitive Lithographic Printing Plates] 

[01 62] The negative working photosensitive lithographic printing plates thus obtained were exposed with Trendsetter 
3244 VFS, manufactured by Creo and equipped with a water-cooled 40-W infrared semiconductor laser, under the 
conditions of an output of 9 W, external-drum rotational speed of 210 rpm, plate-surface energy of 100 mJ/cm 2 , and 
resolution of 2,400 dpi. 

[Development/Ptatemakfng] 

[0163] After the exposure, the developing solution shown in Table 5 and a solution obtained by diluting finisher FM- 
6, manufactured by Fuji Photo Rm Co., Ltd., with water in a ratio of 1:1 were Introduced into automatic processor 
Stabion 900N, manufactured by Fuji Photo Fifrn Co., Ltd. The plates exposed were developed at30°C to obtain litho- 
graphic printing plates. 

[Image Area Printing Durability Test] 

[0164] Printing machine Uthron, manufactured by Komori Corp., was used together with Graph Q (N), manufactured 
by Dainippon Ink & Chemicals Inc., as an ink. The sd id-Image part of each printed matter was examined. The printing 
durability of the image areas was evaluated In terms of the number of printed sheets obtained by the time when the 
Image began to be sharpened. The larger the number, the better the printing durability. 

[Forced Dot Area Printing Durability Test] 

[0165] Printing machine Uthlon, manufactured by Komori Corp., was used together with Graph G (N), manufactured 
by Dainippon Ink & Chemicals Inc., as an ink. At the time when 5,000 sheets had been printed since printing initiation, 
the dot areas were wiped with a printing sponge Impregnated with PS plate cleaner CL-2, manufactured by Fuji Photo 
Rim Co., Ltd., to remove the ink adherent to the plate surface. Thereafter, 10,000 sheets were printed, and the printed 
matters obtained were visually examined for slipping In the dot images. 



Coating Solution for Photosensitive layer 



Adtftton-polymerlzabte compound (compound shown In Table 5) 
Binder polymer (compound shown in Table 5) 
Infrared absorber (IR-1 ) 

Heali*oJyrrtertzation initiator (compound shown In Table 5) 
Fluorine-based nonionic surfactant 

(Megafac F-176, manufactured by Dainippon Ink & Chemicals Inc.) 

Victoria Pure Blue naphthaJenesulfonate 

Methyl ethyl ketone 

Propylene glycol monomethyl ether 

Methanol 



10 g 
1.0 g 

0.08 g 
03 g 

0.01 g 



0.04 g 
9.0 g 
8.0 g 

10.0 g 
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IR-1 



OH 




(Developing Solution in Table 5J 


D-3: 




Sodium carbonate monohydrate 


10 g 


Potassium hydrogen carbonate 


10g 


Sodium (sopropylnaphthaJenesulfonate 


15 g 


Sodium dibutytnapnthaienesutfonate 


15 g 


Sodium salt of ethylene glycol mononaphthyl ether monosurfate 


10 g 


Sodium sulfite 


19 


Tetrasodium ethytenediaminetetraacetate 


0.1 g 


Ion-exchanged water 


938.9 g 
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(0166] Tables 3 to 5 show that printing plates having exceedingly high printing durability were obtained from the 
negative working photosensitive lithographic printing plates having a photosensitive layer containing a polymeric binder 
having repeating units represented by formula (I). 

[0167] As described above, the negative working photosensitive lithographic printing plate of the present invention 
gives a lithographic printing plate having extremely high printing durability because of the photosensitive layer thereof 
which contains a polymeric binder having repeating units represented by formula (1). The negative working photosen- 
sitive lithographic printing plate of the present invention is suitable for scanning exposure to a laser light, is capable of 
high-speed writing, and further attains high printing plate productivity. 

[0168] While the invention has described in detail and with reference to specific embodiments thereof, it will be 
apparent to one skilled in the art that various changes and modifications can be made therein without departing from 
the spirit and scope thereof. 



1. A negative working photosensitive lithographic printing plate which comprises a support having thereon at least 
one photosensitive layer containing a polymeric binder having repeating units represented by formula (i): 



wherein R 1 represents a hydrogen atom or a methyl group; R 2 represents a hydrocarbon group which has an 
alfcydtc structure and has 3 to 30 carbon atoms and a valence of n+1; A represents an oxygen atom or -NR 3 -, 
wherein R 3 represents a hydrogen atom or a monovalent hydrocarbon group having 1 to 10 carbon atoms; and n 
Is an integer of 1 to 5. 

2. The negative working photosensitive lithographic printing plate as in claim 1 , wherein R* is a hydrocarbon group 
which has an alicyctic structure comprising two or more rings and has 6 to 30 carbon atoms and a valence of n+1 . 



Claims 




(I) 



3. The negative working photosensitive lithographic printing plate as in claim 1 , wherein the photosensitive layer 
further contains a photo- or heat-poJyrTtenzatton initiator and a compound having an ethylenicafly unsaturated bond 
capable of addition polymerization. 
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